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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a member for 
shielding electromagnetic wave exhibiting not only see- 
through properties and electromagnetic wave shielding 
performance but also durability against mesh machining 
through etching by eliminating discoloring of adhesive in 
mesh machining through etching thereby improving 
etching machinability. 

SOLUTION: The member for shielding electromagnetic 
wave is manufactured by laminating a mesh of metal foil 
on one side of a basic material of transparent film 
through adhesive produced by mixing (a) polyester 
polyurethane polyol produced through reaction of 
polyester polyol and polyisocyanate, (b) polyester polyol 
containing a carboxyl group produced through reaction 
of polyester polyol and anhydrous aromatic multivalent 
carboxylic acid, and (c) a mixture of trimethylpropane 
addition of isophorone diisocyanate and trimethylpropane 
addition of xylene isocyanate. 
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•£is n - jvomms. s *«wffli'r 4 c i tc <t 0 ft 6 ti a . 

^JH?SCD^JS£ ID, S* % x >>r;K i'DA? 

tt. *n^~F^fflcDmrtc, »**tt#3*T;to<&a 
l». Sfc v ^DKS^tt N i -Fe^) 

i^ffiR^JB »; a FM, {fi^*r;u ^ FSB 

u<, ^^»t^^»tt«»ificD^-^Fja«3&sf#6n 

1*1 Mm— 1 0 0 am, Mra—20 um^m^L 

[0 024] ^PIISCDX 9 Jft^t»— 0c* 

>^*H# (4 2%N i -F e^) ^CDN i -F 

[0 02 5] ^HSBW?f5^a^$fe/c^, 
&c v ^P^-F*aStcJ:4^ttoS?:ifiLT*J< Cite 

ffifcl* UJtffiw: * n ^ - b mmtfC J: 0 JR{ t^ffl^JS L r 
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<mmz'n5&> itmmrgz. fo^-immit. m 

f^^M* £©:H:©ifefc£l95 <* C kiflV1*Z>tc#><i: 
[0 026] £o^- hMIIB. 

b. ci-jun- ha. i7-*-f>$. #m 

i>n^- hftiSjffii LtB, Cr02§3?/1 
*t***«*a?jHtti-rs. eoft rft^oA^Jqg 

OA©— g|J*31I4>l3AK:jg7cLfc£ O^i - h^lii&J 
b&m-C&Z. HftWitefciy-h^ffliiLTB, Cr 
02 £3 g/l$if7j<iS?£ (2 5'C) (C. £H?§©JtiS 20 

+^*;UsK>K<fc^*^JjnUT > 6ttc?aA©— gp^r 

- hSrcJfelfcU 1 2 0 -C-COSLfc. 
[0 02 7 ] ^ + ^*^jK>l${b^<!: ITtt, SE 

£IK ®3ctt«<t^{cJ:0IS%4O-C. ?35»0Stt3ffi 30 
* p Myt* JEti L ft # *E> ?f 5 . 
[0 02 8 ] mmtii-P a ;I/ASMA5 > PET7^AA 

J:0. ««fflltt:WA*t©iori,»*. 
[0029 ] ->'jn> • -fe.Ku-£ 0>y 3->jn.SL. 

tcmmnmop et^^i/a) *5u-ht57U 

- h«BB. mmUy +;l-AlMO^ ^i/aflBTftl*!! 
±(C. 7 a JUA©-^cN I RB (ifi^iSKJRS) * 
Bl&Ufc'N I RB? ;UA. 7 h ;UA©— MteARB 
(&8-fl95±B) 4MbfcARi7 ^bA^, C©JE 40 

1>TB. COi&lCb. tWBLfclS7. 0 8©<fc5ftB : l# 
[0 0 3 0 ] fSJ. 03© (c) . (d) 

&jsaEK*> e>& ^» ^*npsB©tt«® i 3 5 xb& 

BBsWSffc <¥ffi<b) B£ft*»£»«U»*J. 02© 50 
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(g) ©ct^Kijistt. (is> omaowatc 

tt 0 K < C » 3fc. KttBX»8ttB * J&JflW 5 Su CC . 
&««MI*6«c4y »S/»«lltC, »Bi*JfeI-l/T, ¥±1 
it (W-Mit) «MB6*J|fl«lvT*i< C±jWKIA». 
(077b^09#M> *LT. ffelORKC. ^JSIiffiS*> 

^&5^»i/a©3-t-IC, «m*W»3. BHt£££ 

{t3ttart»i**Jsfi!«-r*»). *»««: «t *> . mmrc 
iiu ¥Mtt©sn/cSt^-c. 5 5*-h», ^ 

tt©«*ifti«IBB*»*Cife"r**. ffillil/Ttt. 

T5"J^©SI^1S'fbM^B§3!)iSf*l/l». C© 
J:9«»jnnc»SWtt«Wtt*fif*r4Ci-C. 
©«*ifctt»BXtt«»B*Ji?issr*cifer*. cn 

[0 03 1 ] 

[»9!©l!Elt©»»] *^W©H*fe©^!S4EI®K:»-3 

ntsai-j-s. s i «*#e?8©sisaigffi®tffigiJ**©S!Bi 

/< U - 2 ('>'J3- L/c^ifJtttt© P E T 7 -f ;u 
A) £7 5*- hMII^IftBJT-Sfcfe© 
-SPKffill. 133 (a) \t<7$*-hmtt&J8.2tli> 

mzmvtcw?, 03 (b> visz.ffltffl&mftm 

SiLfcHT. S3 (c) . 03 (d) ttfPSSSft&S 
«S^aSfflSPW©B«^ ; &jf5L/^WM0t , *5.„ 0 
2©&0, teJ:W3 (c) . 03 (d) ». 03 
(b ) ©P 1 -P2ffig{C*jW4tKH0-C*-S. 01 . 
02. 03tp. 110B7^I/A«*. 12 01J^i 
g. 1 2 0 A »y ~j Is agp, 1 2 0 B ttg«feffl#g|5. 1 

2 o cttflnxsB. 1 3 o ummmm, 1 3 5 ui&ml 

1 4 0ttV'j3> • H»AU-$ -<J1/A) . 1 

5 0 UN I RB? 4 ;UA, 15 Hi^^l/A, 1 5 2 B 
NIRi. 1 6 0IJARI7 ^ ;l/A, 16 1B7^;U 
A, 16 2 fcfcrk- K3- hB. 1 6 3 BJS*fES±B. 1 
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6 4 wmm, i7o, 175 1 9 o \m 

Jigftt* <9 5*-h«*#) r&£ 0 ft, 01*. s 1 1 
0-S2 2 0ti, ^^'4tST*>cD-C*^ 0 136 

[g-C*£o 06 (a) te, £JgfI 1 2 KDRMfctUJ 

-ha (iMbu) i 2 2*m-?z>&mmi 2 o^Lfc 
»Tfflsr*^o ma (b) t* % ±mmi 2 kdm®^ 
us-bm (mum) 1 2 2 -s^nssi 2 

[0 03 2] > ^^BJOm^ffiTOgRWCD^* 10 

tt^jfeo^sicD^ 1 o^ij^s 1 ttcm^zmw-? * 

& , ^nous/p e> & & ^ * ~ zmm l tcmm£imm& 

m&ji&T , &mm&fr & * ^ * jgjsa&r 2 yt«> 
©^jiigiLr, 1 Mm— 1 0 0 umffifflom s<omts 

» <S 1 1 0) *»*tt<»-o3t«««:o (S 1 1 

SRi/ft: tmmfezxD) &mm (s 1 2 o) 

*«*a<»-ofc«»ecL (s 1 22) % wttccaw-r 

1 0 (a) 4<yxX7\M< 

•J 1 # y ^ v ->T* - h £Sl££i±& C £ KJ: o 

( b ) # y xxtj^ v x-frttcmfcft&m&mft&tf * 

M^'Jxxf^yt-Ji/i (c) <v*n>s*-fv 
vr*- hoh yy^a-;i/:/n/ottinf*4* *->y 

niSl (S130) , 7 A)VAsWti 

1 1 o t&mm 1 2 o i^tto^tos or*«K:aa»-r 

2, *3*-HWl 9 0 4«n o (S140) 7 
OCT. t?5£i#r*5. 

[0 03 3 ] tt % i£JI?§ 1 2 0 tt % MS^tt^- 40 

(N i*K^£*S&l>{£BaRflI) ±U h 
lifted* (s l l 5X«S 121) cci 
OlMfcftffllttT 5 Cit, ^CDMffi^H^bLT^ny- 
HI 2 2«BJ5£UT*S<. (160(b) , il# 
JH) cct, 9 5*-H<r£tt % «?B\ d-;^k:«S 

ffi^n/c«i?j-c«^$n5a^L/c#ji?§ <s 1 2 o ) 

$>e>^Ds?)^^^-<>r^py - hjaSS 115b 
x*s< Cirab2 0 flu o~;i,tttc*#flX6ftfcK8S 
Tffite3ft5»*SUfc#]BtB (S 1 2 0) 
M77-f>t^P^-K81S 1 1 5 ITfc^ftt^ 50 
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•c^a^-fffls 1 2 l u-ctei>Tfc.fti,> 0 ^tmm 

i* s ^D^-hJSItffl^ C r 02 £3 g/l$07k 

M(25 e o tc, i 2 o *3f«aa«-ra*ffi 

[0 0 34 ] 7 j JVA&tt 1 1 0 <t L,TH\ 

is 1 3 o^c, mm#ixizftmm*'jm±?2>7 < >\, 

ASWl lOilti^ ^'JiXfJK ^'Jx^U^f 

Wf&n, ^ s*- h&ffls i 3ob$k:, -^rofe, 
mmm*&m±i,tj:i>7 jjiAmui 1 oiLm x 

[0 0 3 5] («*ftJ) #»?9K:tet»r, aw&7 ^ ;i> 

(a) #yx7f";l/#V*-^i#iHy*/7*- 

OisZ^tfVX-fot (b) #'jxxfj^'Jt-;^ 
«^J<^#^ffi^;l/#>18^SJS3^S C i k: J: -^rf# 

en^^^^^HM^vxxfM y ^-^^ 
(c) -f v*p>^^yt/r*- hob y^^n-jb^ 
n^*>^ai*i, *$^y v^r*- h y ^ 

wturtt. wtciBoesnttc^, (a) #»jx^ 

oTf#6ti^>^ 'Jx^fW y u ^ y *-;i>t 
(b) #yx^^;i/sj<y*-;i/«:*it*^S»?^flB*;UsP 

^yxXWJt-^i (c) V*P>i^ V 
s^T*- hcoh y^^n-;i/^*n^->#M*i, ^->y 
l/>y^v*>7*- h(Dh y^^o-;i/^n^^>^jp<* 

y v^-r^ttu/c^ y x^f;w y v u& > 

jHUfli, ^yxx^;H§J|g, ^ u ^ u ^ >«tffli. ^yt: 

*Stt, »fttt»«>«.«*6#yiX^jU«BB*>»*b 
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iot, 1-1 0 0 umOmZtemuLXBj&'fZ> 0 
[0036 ] *£##J4 0Tte, «*tf % ^«5=fAR % 

(S BR) % T^'JO^h U;U-^^S/X>rfA (NB 
R) » tfU-YV^U^rfA, -/V^U>-fV^U 

20 

[003 7 ] ^mfcRV/XltftfcftUWliRtfeZmcl* 

temmmaz, am^cjacx. nj?i3ta^/x 
so, wtffli, iMa*.ifc*K mniamm* i&mmzm 

^^ertttf^Ba—f-^ >#ffiCC<fcoT, 1-10 

0 am, »4 b< » 1 0-5 0 jim CDJISK^fiJ LT 30 

t 0 0 3 8 ] JXtvc, ~> $ *- HBW 1 9 0 ^jfitttttt 

»RSr*^X4 a >y«il (S 1 5 0) 4, 
*#6*WUTC>S^«^4x9*>ifl/t:, £H 

(S 1 6 0 ) £*t5o S3 (a) te7jVr<fc5K: v 40 
- hSPfcT 1 9 0 ©fi^j&fijfc, £JB?5fc:y 9 ->^(Dx 
» ^>^JtoxeB 1 2 0 Bf€OIBHI"CffiW»»J5S3 

x^^>^flnx6Bi 2ocw, *^t«, S3 

(b) K:S%r-rf»^»»l 2 0A4}giftffi#SI51 20 B 

[003 9] ?^*>y«Hltl/Ttt % fflittf. fc-tf-f 
>, PVAf^MttU^F^iai 2 OifcltoS 
L (S 1 5 1 ) % 9ML1t (S 1 5 2) gL iffieav** 
->*WCT«3|ttBfel, (S 1 5 3) , (S 1 5 50 
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4) , mmwmimis. ^-*>y*i¥9 (s 15 

5) % —a©jaffi*s*tf6*T,s. i/^hoMB. 9 

7k«ttO^-tf-Y>, PVA, V?*>Q<Dl>V>Xh 

(Via) ^n-h^WjSL/tCAO-tOffiffitt ^ 

*B^tt, 2 0 0-3 0 0* CBK"C^-*>^*tf5© 
3WfiF*LC»36S, 93*-h»#l 9O059*>*-Jl'* 

ff5. fiS, YvAv ^I'AU^ htJfctteUS** h4 
LfefttetCli, U^* hiftll (S 1 5 1 ) tftjfctt 

*OT3W»«r. x^^>y«ffl|tafiftWK:tT5ct*S 
=14 LTl^o 

[0 040]*«W 75*- h»*fl 9 0*«*tt 
<5io/c«^-C v 7Xt>^JSI (S 1 5 0) % x** 
>##a& (S 1 6 0) *tf5*><Dr*S#, 

tss ( s 1 5 0 ) % x * *->yj&a ( S 1 6 0 ) K» « 

* K$v** % if^Clfffi (2 0 Mm-8 0 Mm) *Jtffl 

-r*^5*-hSW*<D 1 £JS?g*, Sttttlc. 
[0 04 DXW Xy^>^«HB (S 1 6 0) SL 
S^b»«>«tfci4J:5«ctt»» (H 3 CD 1 3 5CCta^) 4 
MKtt®PET7^JUA) (SI 8 

o) ^mm^mt^mmtLx^ ineL^ttttm 
.toffs. «sjftaKfitcffiir»e>nsia«:tt. ^ y ^ > 

WttfiBBW-C**. CCOKMWJ, 03 (c) tc^-i-B* 

m<Dmm$immm%mx * ^„ 

[0 042] «»«W*^LT. N I RJ17 ^ 

JU15047U-hLfc (S 1 9 0) MtC, * 
©iteffitffflBSr/hl/T. AR17 -/ ;UA 1 6 0 4^5 
♦-■h-T*. (S200) 8S*Mimt£St)H 

iPSA-4) M&VbtlZ. 
[0 04 3] N I Ril7^;UA (03 (d) CD 1 50) 
9§8«c7-f ;i/A±tCN I R® (iSftm-MlRiRII) 4 

l/^yx?u>fU7^U-F (PET) 7^;l/A3tP 
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mmm^tmoN 0 2 8 3 zw-mitcmn 

^tl^o i&B9\-klt % —t&dCl 8 Onm^l 0 0 0 
nm©««*Jgl 4 t©«fiJSBr©»JR*rt*8 0%£LL 

T44ci«asu», ni ri asgm#msLm) & 

K"»E«ft©**ttByR*fc^ 

#*8iftfi 8 0 0 n 1 0 0 0 n mteffi^flRiRjfcfifc^ 

urtt % #yxx^jHHiB, #y*u*>«iB % r^y 

ilOM^^t <fc ^ ^S«©x-f ;^>r h fct 20 

[0044] ARi7^Wi, il^ v S3 (d)Ol 
6 0CC^T<fc9tt»«ec-r, -f;l/A±«CARH 
*RKOfc:7 ^;W*-C*£ B ARf (5*HW±H) «*J 

i>. ^»*y>y«»*©Dry»ttK:J:ij, ft* 30 

i»tt, we t msic <t 0 m.mj3±mmtm £ n s . ft, 

;l/r3^«jA, I TOfdW6ftS. ffiSHf^S^br 

[0 04 5 ] AR17 jiVA (H3 (d) ©16 Otcffl 
fctoWS. »-K=i-MBl 6 2 4bm DPH 
A, TMPTA, PETAf^yx^f;l/7^yi/- 
K ^U^>7^yu-h, xsF**xT* "J U- hi?© 

BMb3*arr»flE-r4ci3Wr*4. ft, ccm 40 

- Fltftt«tftJ ScCHi r/N^Kn-hj ifcfc, J I 

s k 5 4 0 0T^sft*M«!i£K«'c, H«±©wt 

ftS%-rtO)*^5. ARl (03 (d) ©1 63) KlfS 
JBTSES^JIl 6 4<tl/ttt % »*. ffittttn-rwV 

[0 04 6 ] ARM7$^-Mt v &{4g&C % 

Sr. ^n-en^jwur 0210), 03 (d) ccsr-t 50 
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mmmommmmmmtiwzo < s 2 2 0 > 

[0 04 7] C©cfc0&CUT, »6ftfcB3 (d) &Ct* 

©aw§tt*»©— B«:teo#»6ii, meBBttStt© 

ftfeffitC A R @? -f Jl/ A (S3 ( d ) © 1 6 0 fcKS) £ 
tefJ^W. SBBtaBfiHffiit-SCiW-carS. ft, jgBj§ 

ttatttorw:, #vT?vj\<mm%, #y* 

y r * y JWRHMl:? ;i/A, # y ^ u * >*«Jit^ * ;u 

A, ^'JxXfJ^^l^A, 

A, A^y ^Jl/^h>^ ^;l/A, #'Jx-fJl/7^bA t h 
y^^;U-<>^>^ ^;l/A v spy x— f\fc4r A ;u 
a, 7^ya^Fy;^^i/Af«"CtS 
#tc, - f*iSf*d<yx^^;i/^Hjtt % BXtttc^ 

1 0 0 0 MmSJK©fe©*s»* lA>o ft, -Kmof-i X 

+^^^^a^m©/jNM©r^^^ 
U-f 6C»Lrtt % aa&Pl8ltt«S^ % *30. 0 1m 
m~0. 5mm(D77X?? ^7 a fo&iflfj XZfUj 

wuffli^hs. ±isa?ii*st*©*ai»*<b l 
±©fc©*«tR-rsc£#»* L^o 

[0 04 8] (93509) *«© S 1 8 0 OftbO (C % sfe 
HK^^^aSS5©BneiB«:, TS^bWBI»6*RWft. 
C©¥«ft«ItlB6. 1 3©±fc, S«|»±JMtiitt % 
l*E»*aJB**. (H7, 19 8) 

[0 04 9] (SJB0S) *W©S 1 8 0©«:tof3«: % ^ 

a SB5©IHeiBCC, V41ftWim8«K»&. 
c©*ffl^t«JlMl6©±K:, (^Jffi^JKSiJ, ia 

[0 0 5 0] <^W) #«©5 5*-h*M!S 1 3 0 
tC5tiE%, #M?Sl 2 0©^< ifcjtBtCH^fcftiffl* 

(SI 6 0) *T*tTofcf*tC % ^I5§ 1 2 0 (DUMSB 

*^ny-h««fccfcOJi{b-r4*{b«ffli*m^ C© 

*WliEI««:, i/y n> • -fe^u-jr (->y 
«HiiLfcSa(l(!ttt©PET7^JUA) ^7U-hT5 

Ctms. *fc t ^®T©iI (S2 10) ©WJCfcl* 

5 ^ *- hSBtti 9 o%, 3fffi*BK:-rsxy h 
xs*, -7X*>yfiaji (s i 9 o) itncff5t<tfcr 
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H)\,K<Dv (S 1 9 0) f^C, mSfc^^X 

[0 05 U acor, *^BgcomaMiiS5fflgpiyf(DiSii 

312 Offltt. « 1 OflKktfSMWffittiBICCK 

> Office AO, illta-f4>yLt (S 1 3 5) , 
flMtttt ( s l 4 o ) «»8m»j£«lfflK:ufc io 

<d ib&c „ (a) sl<yx^fw;*-;i/i^y^vt/ 
7*- h*J^Stf£C4tecfcoT»6fts#yxxf* 
ju#y5i/*>#y*-jb& (b) #yxx^#y* 

Tf# ft & * -M? * *yx^f y * - 

(c) -fv*n>s?-f v5^7*— KDh yy ^p- 
;i/^n'0{tfM*4 % ^>yu>^-/vt/7*-KDh 
y ^ - JU^D^>fHnflOT««*E* L/c&SSO 30 

^**JBJ5E"J"4/c«>(D^)l?S4LT, 1 0 0m 

m$gffl£>Jl$<D % 4fe— TST^BB^^ny- hte 

&/bi>«&<d'c&&., ivio«i4n«uc % ->y 

(->y3->^Sb/cSIHJ8t14<DPE 
T7-f;l/A) ^7U-hT^>7 5* - (S 1 8 40 
0) *-c*fT-3fc8L Stt»a)Kffifim(¥Hffi«K:tB^ 
T«*WMHC. WffiL (S I 8 5) , felTOibt, 
C<i«:*fj£LA:t5aittJBO, N I RS7 -f ARJi 

mmmm*ftux?z*-b <si 

9 5, S 2 05) or, miffigiSTOSW^f^r^ 

(S 2 2 0 ) tOT*^ e *»Qt#fL tmij&lC-Oi,* 

[0 05 3 ]^ *m<omwnsm (s i 8 5 ) Licytm 
<oh<o (H3 (c) te.ffl%(omffif&) *-e<D££, mm 
m&mmzmtL, mt&b^u&oARmy a n so 
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[0 0 5 4] J* 14>ffl* W3©WcfaWS % - 75*-h 

« (si80) £vcd s &&mfctottz*fc%m<D&im 

(S3 (b) COP 1 -P2tta«:teW4»Tffi> H 

3 (b) ©P 1 -P2CCteW4WrH*^L/3rc*>©r* 
fi^ H2« % PET7^l/Af, 7U-HteiS 

bfcm (IE 1 CDS 1 3 0) 1 0 

(02 (a) ) ©— m±cc % «**JJ113 0*^l,T£ 

mm i 2 Etasn 02 (b) ) ©j: saute -5. 

HOC, ^JBIBl 2 0±tC k sy&ttu^* h*&fl?U 
*lfc.(H2 (c> ) ft t i^©^*->JKTM«3fc 
U Iftl/t, <-^>^lt, (02 (d) ) frc^f 
cfcStc* 9fJ©Utt©u^ h^£-> 1 8 0*sjBfi£S*i 

(■2(e)), <* ^dcm»immimotc^ &mm 

1 2 omcfcmmi 3 sskw, fc»ai 3 szftux 
^•J3> • -fe^u-^ 1 4 o#^ 5*- h $n& e (0 

2 (g) ) 

[0 0 5 5 ] 

(^Ste^U l ) ^ttMtt. H 1 tc^-S-S6»©JB»©» 1 
ot*^ 0 0 1 ccSk-t *tt©jg«o* i ©«cc*ji»r . 

7 ^^ASttiLril^O. lmra, i7 0 0mm®^ 
yx^U>fU7^U-h (PETifctO) 74)1>1± 
(MmtimfflSt. A 4 3 0 0 ) OitH&C, TiBOffi»flrO 
l*n-^n-*-ritefi, ^IlTiII4g/m2 

: (a) -fy^^Jl/K, x^U>^y3-Jk 
* * ^ > ^ ;l/ y y n - ;l/^r x x f;Ht u t ff h fotctf y 
x^^l/rKy^-^4, >rv^^Jl/ig, Sxx^u>^y 
3-Jl/%x^^;WtL/rf#6n/c^yx^^;u^y^--. 

c4k:«torf#6tiS#yx^^ji/^y»5u$>!py* 
-;l/4 (b) x^U>^/y r3-;l/ 4 

^>^;u^y =7-;b 4 2. 5 -•^+if>^^-;L'^x < x 
■5r;Ht L x&htitc# ^^7*^ U ^-;U6c^7j< h y 

^S^* # y x x * y * - ;U SrE^ L/ fc#JJlg(Di1^ 
x^;U^S (fffefflMmiX^K : N V 5 0%) 10 0SIHC 
3*L, (c) Jvfta^isjyuT*- b<D h y^^ci 
^^0/<>«ftM*4 + S/iJ U>^^V^>7^^ hOh 
yyfp-;l/7*n;s >fl*n(*©iB^Kj©»ax 
(aBa^p a a Z3gli : NV7 5%) 10gg^E^l^/c o C 
Ofi^SSl 0 OgptC^fU, SlFl?x^jU4 5BB*E^ 
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[ 0 0 5 6 ] El l 2 icmirJ: 5 ft, JtMtt, gig l 3 0 

o&ttmi>xi,>z>mm i 2 0 oome^^p^ - hmm 
tc^vmmwztir^z, mm (*?^~** h?* 
j-jmommmm. b-ws ipi7oomm, /is 

0. 0 1 mm) Z&mffi£LXm^tc 0 fE?§1 2 0 0(b 
ffijgl 3 0 OttttmLX^ZMOfuj- M31 1 0 0 
(JSMfcB) iPET7 <)\sJU<DmWPMk&mtj;2>J:5 

»2 0 0 i/m©7U-HIWl 9 0 £f# 

/Co 

e^O^i- F-^VX^^ PWg (2 0 Mm— 8 0 nm) 
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(54) MEMBER FOR SHIELDING ELECTROMAGNETIC WAVE AND ITS MANUFACTURING METHOD 

(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a member for shielding 
electromagnetic wave exhibiting not only see-through 
properties and electromagnetic wave shielding performance but 
also durability against mesh machining through etching by 
eliminating discoloring of adhesive in mesh machining through 
etching thereby improving etching machinability. 
SOLUTION: The member for shielding electromagnetic wave is 
manufactured by laminating a mesh of metal foil on one side of 
a basic material of transparent film through adhesive produced 
by mixing (a) polyester polyurethane polyol produced through 
reaction of polyester polyol and polyisocyanate, (b) polyester 
polyol containing a carboxyl group produced through reaction of 
polyester polyol and anhydrous aromatic multivalent carboxylic 
acid, and (c) a mixture of trimethylpropane addition of 
isophorone diisocyanate and trimethylpropane addition of xylene 
isocyanate. 
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* NOTICES * 

iTPO and NCI PI are not responsible for any 
damages caused by the use of this translation. 

1 .This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
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CLAIMS 



[Claim(s)] 

[Claim 1 ] The member for electromagnetic wave electric shielding which carried out the laminating through 
the adhesives which blended the mixture of the carboxyl group content polyester polyol and the trimethylol 
propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series 
multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which 
are obtained by making (a) polyester polyol and the poly isocyanate react in the mesh which becomes the 
whole surface of a transparent film base material from a metallic foil, and the trimethylol propane adduct of 
xylylene diisocyanate. 

[Claim 2] Claim 1 (a) and polyester polyol given in (b) are the member for electromagnetic wave electric 
shielding of the thing which esterified isophthalic acid, ethylene glycol, and neopentyl glycol, and was 
obtained or isophthalic acid, the thing which esterified the diethylene glycol and was obtained or isophthalic 
acid, ethylene glycol, neopentyl glycol, 2, the thing that esterified 5-hexandiol and was obtained, or claim 1 
characterized by being those mixture. 

[Claim 3] It is the member for electromagnetic wave electric shielding which the transparent film base 
material in claim 1 or claim 2 is polyethylene terephthalate, and is characterized by a metallic foil being 5 
micrometers - 20 micrometers in thickness. 

[Claim 4] It is the member for electromagnetic wave electric shielding characterized by carrying out 
roughening processing by **** in claim 1, claim 2, or claim 3 a metallic foil being copper foil and 
according to cathodic electrodeposition at least in one side of a metallic foil adhering, and making rust- 
proofing chromate treatment at least on one side of a metallic foil. 

[Claim 5] The member for electromagnetic wave electric shielding characterized by the field where **** by 
cathodic electrodeposition of the copper foil of claim 4 has adhered, and the transparent film base material 
having pasted up. 

[Claim 6] To a transparent film base material A metallic foil by making (a) polyester polyol and the poly 
isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) 
isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple-valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, The 
manufacture approach of the member for electromagnetic wave electric shielding which laminates with the 
adhesives which blended ******** of the trimethylol propane adduct of xylylene diisocyanate, carries out 
etching processing of the metallic foil of a lamination member, and is characterized by forming a mesh and 
being obtained. 

[Claim 7] Etching processing of claim 6 is the manufacture approach of the member for electromagnetic 
wave electric shielding characterized by using a ferric chloride as an etching reagent. 

[Claim 8] The absorbent which absorbs the light and/or near-infrared specific wavelength contains the mesh 
which becomes the whole surface of a transparent film base material from a metal thin film, (a) by making 
polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and the 
trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, The member for electromagnetic wave electric shielding which carried out the 
laminating through the adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate. 

[Claim 9] The mesh which becomes the whole surface of a transparent film base material from a metal thin 
film (a) by making polyester polyol and the poly isocyanate react The carboxyl group content polyester 
polyol and the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an 
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anhydrous aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) 
polyester polyol which are obtained, In the member for electromagnetic wave electric shielding which 
carried out the laminating and carried out the laminating of the layer which carries out flattening of the 
concave convex of the mesh which consists of said metal thin film through the adhesives which blended the 
mixture of the trimethylol propane adduct of xylylene diisocyanate The member for electromagnetic wave 
electric shielding which the absorbent which absorbs the light and/or near-infrared specific wavelength to at 
least one of said flattening layer and the adhesives contains. 

[Claim 10] The mesh which becomes the whole surface of a transparent film base material from a metal thin 
film (a) by making polyester polyol and the poly isocyanate react The carboxyl group content polyester 
polyol and the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an 
anhydrous aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) 
polyester polyol which are obtained, In the member for electromagnetic wave electric shielding which 
carried out the laminating of the layer which carries out a laminating through the adhesives which blended 
the mixture of the trimethylol propane adduct of xylylene diisocyanate, and carries out flattening of the 
concave convex of the mesh which consists of said metal thin film In said flattening layer or the member for 
electromagnetic wave electric shielding of a transparent film base material which carried out the laminating 
of adhesives or the binder to the whole surface at least The member for electromagnetic wave electric 
shielding which the absorbent which absorbs the light and/or near-infrared specific wavelength to at least 
one of said flattening layer, adhesives, or the binders contains. 



[Translation done.] 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to the member for electromagnetic wave electric shielding 
which used a metal thin film (it is also called metallic foil) mesh, and its manufacture approach. 
Furthermore, it is a member for electromagnetic wave electric shielding using the metal thin film mesh for 
covering in detail the electromagnetic wave generated from electromagnetic wave generation sources, such 
as the display electron tube, and the member for electromagnetic wave electric shielding loses discoloration 
of the adhesives in mesh processing by etching, it not only has the fluoroscopy nature and electromagnetic 
wave electric-shielding nature, but improves etching workability, and it is characterized by to have the 
resistance over mesh processing by etching. Moreover, contrast is raised and visibility is related with the 
good member for electromagnetic wave electric shielding. Furthermore, the near infrared ray (light) 
generated from the interior of a display is cut or absorbed if needed, and the specific wavelength of the light 
by outdoor daylight and/or a near infrared ray (light) is absorbed, contrast is raised, and visibility is related 
with the good member for electromagnetic wave electric shielding. 
[0002] 

[Description of the Prior Art] Conventionally, it is required directly that the electron tubes for a display, 
such as the electronic instrument which generates the electromagnetic wave which people approach and use, 
for example, a plasma display etc., should stop the strength of electromagnetic wave emission in 
specification in consideration of the evil by the electromagnetic wave to the body. Furthermore, in the 
plasma display panel (it is also called Following PDP), since luminescence uses plasma discharge and the 
unnecessary electromagnetic wave whose frequency band is 30MHz - 130MHz is revealed outside, it is 
required that an electromagnetic wave should be controlled as much as possible so that evil may not be done 
to other devices (for example, information processor etc.). It corresponds to these demands, and in order to 
remove thru/or attenuate the electromagnetic wave which generally flows into the equipment exterior out of 
the electronic instrument which generates an electromagnetic wave, wrap electromagnetic wave shielding is 
taken by the suitable conductive member in the periphery sections, such as an electronic instrument which 
generates an electromagnetic wave. Usually the electromagnetic wave shield which has good fluoroscopy 
nature by panels for a display, such as a plasma display panel, is formed in the front face of a display. 
[0003] An electromagnetic wave shield is comparatively simple for the basic structure itself. To transparent 
glass and a transparent plastics radical plate surface For example, the thing which carried out thin film 
formation of the transparent conductive film, such as in JUUMU stannic acid ghost film (henceforth the ITO 
film), by vacuum evaporationo, the sputtering method, etc., To transparent glass and a transparent plastics 
radical plate surface, for example, the thing which stuck suitable metal screens, such as a wire gauze, A 
metal thin film is formed in the whole surface by electroless deposition, vacuum evaporationo, etc., this 
metal thin film is processed into transparent glass and a transparent plastics radical plate surface by the 
photolithography method etc., and what prepared the mesh which consists of a detailed metal thin film is 
known. 

[0004] Since uniform film formation is possible, when the electromagnetic wave shield in which the ITO 
film was formed on the transparence substrate was excellent in respect of transparency, and the transmission 
of light became 90% order, and it is generally used for a display etc. all over a substrate, it is not anxious 
about generating of the moire resulting from an electromagnetic wave shield etc. However, in the 
electromagnetic wave shield in which the ITO film was formed on the transparence substrate, although the 
ITO film is formed, since the technique of vacuum evaporationo or sputtering is used, a manufacturing 
installation is expensive, and since productivity is generally also inferior, while saying that the price of the 
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electromagnetic wave shield as a product itself becomes expensive, there is a title. Furthermore, to an object 
with electromagnetic wave emission weak in comparison, since single or more figures conductivity is 
inferior as compared with the electromagnetic wave shield which formed the mesh which consists of a metal 
thin film in the electromagnetic wave shield in which the ITO film was formed on the transparence 
substrate, although it is effective When it uses for a strong object, the electric shielding functioning becomes 
inadequate, a leakage electromagnetic wave is emitted, and there is satisfying the value of standard or a 
problem that it may not be able to do. In the electromagnetic wave shield in which the ITO film was formed 
on this transparence substrate, although a certain amount of conductivity will improve if thickness of the 
ITO film is thickened in order to raise conductivity, the problem that transparency falls remarkably in this 
case occurs. In addition, there is a problem that a manufacture price also becomes more expensive, by 
making it still thicker. 

[0005] Moreover, although it becomes cheap [ cost ] simply when using the electromagnetic wave shield 
which stuck the metal screen on transparent glass or a plastics radical plate surface, or when sticking 
suitable metal screens, such as a wire gauze, on a direct display side, the transmission of the effective metal 
screen of a mesh (100 - 200 meshes) is 50% or less, and has the serious fault of becoming a very dark 
display. 

[0006] Moreover, since appearance processing is carried out by etching processing which used the 
photolithography method, micro processing is possible, and a high numerical aperture (high permeability) 
mesh can be created and a mesh is formed with the metal thin film, the thing in which the mesh which 
becomes transparent glass and a plastics radical plate surface from a metal thin film was formed has the 
advantage that it is very high and powerful electromagnetic wave emission can be covered, as compared 
with the ITO film of the above [ conductivity ] etc. However, reflection of the outdoor daylight to the panel 
for a display is unabsorbable, and **** is unavoidable while saying that the production process is 
complicated and complicated, the productivity is low and a production cost becomes expensive in the top 
where visibility is bad. 

[0007] Thus, there are advantages and disadvantages in each electromagnetic wave shield, respectively, and 
it is chosen and used according to the application. The electromagnetic wave shield in which the mesh 
which becomes transparent glass and a plastics radical plate surface from a metal thin film especially was 
formed is good in respect of electromagnetic wave shielding and light transmission nature, is put on the 
front face of panels for a display, such as a plasma display panel, in recent years, and has come to be used as 
an object for electromagnetic wave shielding. However, since the laminating of the function which absorb 
the specific wavelength of the light by luminescence or the outdoor daylight from the interior of a display 
which cut or absorb the near infrared ray ( light) generate from the interior of a display in order to prevent 
malfunction of other devices on a conventional electromagnetic wave shield and a conventional display, and 
improve contrast be carry out by the separate process, the process be complicated, and while productivity 
said that it became thick bad, there be ****. 

[0008] Here, the member for electromagnetic wave electric shielding in which the mesh which becomes 
transparent glass and a plastics radical plate surface from a metal thin film was formed is shown in drawing 
4 , and is explained briefly. Drawing 4 (a) is the top view of the member for electromagnetic wave electric 
shielding, and a sectional view [ in / in drawing 4 (b) / Al -A2 of drawing 4 (a) ] and drawing 4 (c) are some 
enlarged drawings of the mesh section. In addition, the direction of X for clarifying physical relationship 
and a mesh configuration and the direction of Y are displayed on drawing 4 (a) and drawing 4 (c). The 
member for electromagnetic wave electric shielding shown in drawing 4 is an electromagnetic wave 
shielding member for electromagnetic wave shields placed and used for the front face of the display of PDP 
etc., it is the thing injwhich the frame part for touch-down and the mesh section were formed on the whole 
surface of a transparence base material, and when the frame part 415 for touch-down is placed and used for 
the front face of a display, it is formed with the metal thin film same the periphery side of the mesh section 
410 as the mesh section so that a scope field may be surrounded. The mesh section 410 consists of a 
predetermined pitch Px, and two or more Rhine 470 groups and Rhine 450 group mutually prepared along Y 
and the direction of X at intervals of Py in parallel, respectively so that the configuration may be expanded 
to drawing 4 (c) in part and may be shown. In addition, as a mesh configuration, limitation is not carried out 
to what is shown in drawing 4 . 

[0009] Drawing 5 (a) is what showed one example of the gestalt which places and uses the electromagnetic 
wave shield 500 using the member for electromagnetic wave electric shielding shown in drawing 4 for the 
front face of PDP, and drawing 5 (b) is the sectional view having expanded and shown the electromagnetic 
wave electric shielding (shielding) field (equivalent to the B0 section) of drawing 5 R> 5 (a). The 
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electromagnetic wave electric shielding (shielding) field (equivalent to the BO section) of the 
electromagnetic wave shield 500 As shown in drawing 5 (b), to the observer side of the transparent glass 
substrate 5 1 0 Sequentially from a transparent glass substrate, it has the NIR layer (near infrared ray 
absorption layer) 530, the member 400 for electromagnetic wave electric shielding shown in drawing 4 , and 
1st AR layer (acid-resisting layer) film 540. 2nd AR layer (acid-resisting layer) film 520 is arranged in the 
PDP570 side of the transparent glass substrate 510. The front plate for a display and 400 500 among 
drawing 5 In addition, the member for electromagnetic wave electric shielding, In 410, the mesh section and 
430 a glass substrate and 520 for a transparence base material and 510 2nd AR layer film, 521 a rebound ace 
court layer and 525 for a film and 523 AR layer (acid-resisting layer), 527 a NIR layer (near infrared ray 
absorption layer) and 540 for a stain-proofing barrier and 530 1st AR layer film, 541 a rebound ace court 
layer and 545 for a film and 543 AR layer (acid-resisting layer), 547 - a stain-proofing barrier, and 551, 553 
and 555 - an adhesives layer and 570 ~ PDP (plasma display) and 571 - for a plinth and 574, as for case 
anterior part and 576, fixing metal and 575 are [ an anchoring boss and 573 / a screw and 572 / a case 
posterior part and 577 ] cases. In addition, especially the location of a NIR layer (near infrared ray 
absorption layer) and the member for electromagnetic wave electric shielding is not limited to drawing 5 (b), 
and may prepare the coloring layer for color adjustment if needed. Moreover, using conventionally the 
adhesives which consist of an ethylene-vinyl acetate copolymer as an approach of pasting up the member for 
electromagnetic wave electric shielding on a transparence base material is proposed by JP,1 1-307988,A. 
Although it was obvious that adhesive strength and transparency were especially high as engine 
performance for which the adhesives of the member for electromagnetic wave electric shielding for a 
display are asked, in order that there might be no resistance over mesh processing by etching, there was a 
problem which adhesives discolor. 
[0010] 

[Problem(s) to be Solved by the Invention] For this reason, the member for electromagnetic wave electric 
shielding for electromagnetic wave shields which prepared the mesh which consists of a metal thin film as 
shown in drawing 4 on the transparence substrate through adhesives loses discoloration of the adhesives in 
mesh processing by etching, it not only has that fluoroscopy nature and electromagnetic wave electric- 
shielding nature, but improves etching workability, and it makes it a technical problem to give the resistance 
over mesh processing by etching. Moreover, also let it be a technical problem to offer the member for 
electromagnetic wave electric shielding which was excellent in visibility. Furthermore, also let it be a 
technical problem to cut or absorb the near infrared ray (light) generated from the interior of a display, and 
to absorb the specific wavelength of the light by luminescence inside a display, or outdoor daylight, to raise 
the contrast of malfunction of other devices, or the image of a display screen, and to give good visibility by 
the fewest possible lamination, if needed. 
[0011] 

[Means for Solving the Problem] The member for electromagnetic wave electric shielding which is The 
means for solving a technical problem of this invention, and its manufacture approach and display are 
explained with a drawing below. Drawing 10 is the perspective view having shown an example of the 
lamination of the member 4000 for electromagnetic wave electric shielding of this invention. (Example 1) 
Drawing 1 1 is the sectional view having shown an example of the longitudinal -section lamination at the 
time of being a field parallel to the mesh of copper foil 1000, and cutting the member 4000 for 
electromagnetic wave electric shielding of drawing 10 . (Example 1) Drawing 12 is the typical sectional 
view having shown the condition before the copper foil 1000 which adhered to **** 1300 which constitutes 
the member 4000 for electromagnetic wave electric shielding of drawing 1111 is etched. Drawing 7 is the 
sectional view having shown an example of the lamination of the member for electromagnetic wave electric 
shielding of this invention. Drawing 8 is the sectional view having shown another example of the lamination 
of the member for electromagnetic wave electric shielding of this invention. Drawing 9 is the typical 
sectional view having shown an example of the display which carried out the laminating of the member for 
electromagnetic wave electric shielding of this invention. The descriptions, such as a member for 
electromagnetic wave electric shielding, the manufacture approach, etc. of this invention, are indicated to (1) 
-(13). 

(1) The mesh which becomes the whole surface of a transparent film base material from a metal thin film (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, It is characterized by carrying out a laminating through the adhesives which 
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blended the mixture of the trimethylol propane adduct of xylylene diisocyanate. ( Drawing 10 thru/or 
drawing 1 1 ) 

As adhesives of a metal mesh and a transparent film (a) by making polyester polyol and the poly isocyanate 
react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) isophorone 
diisocyanate which are obtained by making an anhydrous aromatic series multiple-valued carboxylic acid 
react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, By using the 
adhesives which blended the mixture of the trimethylol propane adduct of xylylene diisocyanate, the 
member for electromagnetic wave electric shielding with sufficient etching workability is offered. 
Moreover, the aforementioned polyester polyol is characterized by being the thing which esterified 
isophthalic acid, ethylene glycol, and neopentyl glycol, and was obtained or isophthalic acid, the thing 
which esterified the diethylene glycol and was obtained or isophthalic acid, ethylene glycol, neopentyl 
glycol, 2, the things that esterified 5-hexandiol and were obtained, or those mixture. 

(2) The transparent film base material in (1) is polyethylene terephthalate, and a metallic foil is 
characterized by being 5 micrometers - 20 micrometers in thickness. The fine pattern mesh configuration 
was able to be created by setting thickness of a metallic foil to 5 micrometers - 20 micrometers. Although 
fine pattern processing becomes it easy that the thickness of a metallic foil is 5 micrometers or less, a 
metaled electric resistance value increases and an electromagnetic wave shielding effect is spoiled. On the 
contrary, while a fine pattern mesh configuration is it hard to be acquired that thickness is 20 micrometers or 
more, a substantial numerical aperture becomes low, permeability falls and a viewing angle also becomes 
narrow. That is, the member for electromagnetic wave electric shielding which was excellent in visibility is 
offered by setting thickness of a metallic foil to 5 micrometers - 20 micrometers. 

(3) It is characterized by carrying out roughening processing by **** in (1) or (2) a metallic foil being 
copper foil and according to cathodic electrodeposition at least in one side of a metallic foil adhering, and 
making rust-proofing chromate treatment at least on one side of a metallic foil. (By this, the member for 
electromagnetic wave electric shielding which was excellent in visibility is offered.) A metallic foil adheres 
**** by cathodic electrodeposition by making it copper foil ( drawing 1 1 thru/or drawing 12 ). The purpose 
and approach of adhering **** by cathodic electrodeposition are indicated in detail. 

Purpose : it is better to perform black roughening processing to the observation side face of a mesh pattern, 
in order to improve visibility. A feeling of contrast improves by this. 

Approach: Perform cathode electrolysis processing and make a cationic copper grain child adhere in the 
electrolyte which consists copper foil of a sulfuric acid and a copper sulfate. 

By making it copper foil, it became possible to adhere **** by cathodic electrodeposition, the black which 
was not obtained until now was obtained, and the feeling of contrast of a display increased the metallic foil. 
Moreover, by making rust-proofing chromate treatment (it also only being called chromate treatment), 
handling nature was improved and quality degradation by rust was prevented. 

(4) It is characterized by the field where **** by cathodic electrodeposition of the copper foil of (3) has 
adhered, and the transparent film base material having pasted up. ( Drawing 1 1 ) 

(5) To a transparent film base material A metallic foil by making (a) polyester polyol and the poly 
isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) 
isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple-valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, The 
manufacture approach of the member for electromagnetic wave electric shielding which laminates with the 
adhesives which blended the mixture of the trimethylol propane adduct of xylylene diisocyanate, carries out 
etching processing of the metallic foil of a lamination member, and is characterized by forming a mesh and 
being obtained. Thus, the quality member for electromagnetic wave electric shielding is offered by 
laminating a metallic foil in a transparent film base material, etching the metallic foil of a lamination 
member into it, and forming a mesh. 

(6) Etching processing of (5) is the manufacture approach of the member for electromagnetic wave electric 
shielding characterized by using a ferric chloride as an etching reagent. 

[0012] (7) The mesh which becomes the whole surface of a transparent film base material from a metal thin 
film The absorbent which absorbs the light and/or near-infrared specific wavelength contains, (a) by making 
polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and the 
trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, The member for electromagnetic wave electric shielding characterized by 
carrying out a laminating through the adhesives which blended ******** of the trimethylol propane adduct 
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of xylylene diisocyanate. Generally near-infrared points out a 780nm - lOOOnm field, and it is desirable for 
the absorption coefficient in this wavelength region to be 80% or more. 

- As an absorbent which absorbs near-infrared specific wavelength, organic infrared absorption agents, such 
as inorganic infrared absorption agents, such as the tin oxide, indium oxide, magnesium oxide, titanium 
oxide, chromic oxide, a zirconium dioxide, nickel oxide, an aluminum oxide, a zinc oxide, ferrous oxide, 
antimony oxide, a lead oxide, and bisumuth oxide, a cyanine system compound, a phthalocyanine system 
compound, a naphthalocyanine system compound, a naphthoquinone system compound, an anthraquinone 
system compound, G MONIUMU, nickel complexes, and a dithiol system complex, etc. can be used. An 
inorganic infrared absorption agent has a desirable particle, it is desirable that it is the range whose mean 
particle diameter is 0.005-1 micrometer, and it is desirable that it is the range especially whose mean particle 
diameter is 0.01-0.5 micrometers. Moreover, distribution of 1 micrometer or less has particle diameter 
desirable [ the particle of an inorganic infrared absorption agent ] in order to improve visible-ray 
permeability. As for an infrared absorption agent, it is desirable that the high distribution condition 
distributes. 

- It is the metaled absorbent and the absorbent of a pigment which carry out a postscript to the absorbent 
which absorbs the light. 

(8) The mesh which becomes the whole surface of a transparent film base material from a metal thin film (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, In the member for electromagnetic wave electric shielding which carried out the 
laminating of the layer which carries out a laminating through the adhesives which blended the mixture of 
the trimethylol propane adduct of xylylene diisocyanate, and carries out flattening of the concave convex of 
the mesh which consists of said metal thin film The member for electromagnetic wave electric shielding 
which the absorbent which absorbs the light and/or near-infrared specific wavelength to at least one of said 
flattening layer and the adhesives contains. ( Drawing 7 thru/or drawing 9 ) 

(9) The mesh which becomes the whole surface of a transparent film base material from a metal thin film (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, In the member for electromagnetic wave electric shielding which carried out the 
laminating of the layer which carries out a laminating through the adhesives which blended the mixture of 
the trimethylol propane adduct of xylylene diisocyanate, and carries out flattening of the concave convex of 
the mesh which consists of said metal thin film In said flattening layer or the member for electromagnetic 
wave electric shielding of a transparent film base material which carried out the laminating of adhesives or 
the binder to the whole surface at least The member for electromagnetic wave electric shielding which the 
absorbent which absorbs the light and/or near- infrared specific wavelength to at least one of said flattening 
layer, adhesives, or the binders contains. ( Drawing 7 thru/or drawing 9 ) 

(10) the above-mentioned member for electromagnetic wave electric shielding, and a light absorption layer - 

- and — or the member for electromagnetic wave electric shielding which comes to carry out the laminating 
of the near infrared ray absorption layer. 

(Light absorption layer) Or it maintains the color balance of a display, the light of outdoor daylight is 
absorbed, and the absorption layer of a light region (380-780nm) is prepared in order to improve contrast. 
As range of the permeability of a light absorption layer, 50% - 98% is desirable. As a metaled absorbent, 
what carried out one kind of metals, such as Nd, Au, Pt, Pd, nickel, Cr, aluminum, Ag, In203-SnO2, and 
Cul, CuS, Cu, or two kinds or more of combination is used, for example. These are formed by vacuum 
evaporationo, CVD, sputtering, etc., and it is good also as a light absorption layer. A well-known pigment 
can be used as an absorbent of a pigment. Specifically A phthalocyanine system, an azo system, a 
condensation azo system, an azo lake system, An anthraquinone system, a perylene peri non system, an 
indigo thioindigo system, An isoindolino system, an azomethine azo system, a JIOKISHIZAN system, the 
Quinacridone system, Organic pigments, such as an aniline black system, a triphenylmethane color system, 
and a carbon black system, A system etc. is mentioned in a neodymium compound system, a titanium oxide 
system, a ferrous-oxide system, an iron-hydroxide system, a chromic oxide system, a spinel mold baking 
system, a chromic-acid system, the Chrome Vermilion system, a Berlin-blue system, an aluminium-powder 
system, and the end of bronze powder. 

(1 1) the above-mentioned member for electromagnetic wave electric shielding, and an acid-resisting layer ~ 
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and — or the member for electromagnetic wave electric shielding which comes to carry out the laminating of 
the anti-glare layers 1 and 7. ( Drawing 7 R> 7 thru/or drawing 9 ) 

(12) The above-mentioned member for electromagnetic wave electric shielding, and the member for 
electromagnetic wave electric shielding which comes to carry out the laminating of glass or the transparence 
substrate 2 made from an acrylic. ( Drawing 7 thru/or drawing 9 ) 

(13) The display 30 which comes to carry out the direct laminating of the above-mentioned member for 
electromagnetic wave electric shielding on the surface of a display. ( Drawing 9 ) 

[0013] On in addition, the whole surface of a transparent film base material by the member for the above- 
mentioned electromagnetic wave shields (a) by making polyester polyol and the poly isocyanate react The 
carboxyl group content polyester polyol and the trimethylol propane adduct of (c) isophorone diisocyanate 
which are obtained by making an anhydrous aromatic series multiple- valued carboxylic acid react to the 
polyester polyurethane polyol and (b) polyester polyol which are obtained, the adhesives which blended the 
mixture of the trimethylol propane adduct of xylylene diisocyanate — minding - one [ at least ] front face - 
chromate treatment, a metallic oxide, metallic sulfide, etc. — melanism — it is characterized by carrying out 
the laminating of the mesh which consists of a metal thin film currently processed. By making it such a 
configuration, it becomes the member for electromagnetic wave electric shielding which has 
electromagnetic wave electric shielding nature and fluoroscopy nature, the front face for moreover 
absorbing outdoor daylight - melanism — carrying out chromate treatment of the processing — black 
concentration — high — melanism with high adhesion with a metal — a processing layer can be obtained. 
Furthermore, in the above, it is characterized by the black concentration of the front face where chromate 
treatment of the mesh which consists of a metal thin film was carried out being 0.6 or more. In order to 
absorb outdoor daylight and to acquire good visibility, it is desirable that the black concentration of the front 
face where chromate treatment of the mesh which consists of a metal thin film was carried out is 0.6 or 
more. All the measuring methods of the black concentration in this invention are COLOR by incorporated 
company KIMOTO. CONTROL GRETAG of SYSTEM It measured using SPM 100-1 1. As a Measuring 
condition, it is the concentration criterion ANSI as the ten fields of view, the observation light source D50, 
and a lighting type. It was set as T and each sample was measured after the white calibration. 
[0014] The member for electromagnetic wave electric shielding of this invention is characterized by being 
produced as an example by the manufacture approach of the member for electromagnetic wave electric 
shielding of following this invention, however, the mesh which consists of a metal thin film in the 
manufacture approach of the member for electromagnetic wave electric shielding of this invention — not 
necessarily - chromate treatment — melanism — although it does not need to be processed — desirable — one 
[ at least ] front face — chromate treatment — melanism — it is good to use the mesh which consists of a 
metal thin film currently processed, then, the manufacture approach of the member for electromagnetic 
wave electric shielding of following this invention - setting - chromate treatment - melanism - the case 
where it is processed will mainly be indicated. 

(b) The manufacture approach of the member for electromagnetic wave electric shielding of this invention 
By the member for electromagnetic wave shields placed and used for the front face of a display (you may 
stick on a display directly) On the whole surface of a transparent film base material (a) by making polyester 
polyol and the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol 
propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series 
multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which 
are obtained, The adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate are minded, one [ at least ] front face — chromate treatment etc. — melanism — it is processed — 
The film base material which is the manufacture approach for manufacturing the member for 
electromagnetic wave electric shielding which has the electromagnetic wave electric shielding nature which 
carried out the laminating of the mesh which consists of a metal thin film, and fluoroscopy nature, and 
follows the metallic foil which follows (a) band-like, and band-like minds the aforementioned adhesives. 
The laminating member formation processing which sticks, is put together and follows band-like and which 
forms a laminating member, So that the field which is not the film base material side of a metallic foil in 
said laminating member about the resist mask of etching-proof nature with being continuous for etching the 
metallic foil of the (b) aforementioned laminating member, and forming a mesh etc. in order, carrying out 
and conveying [ are, ] intermittently may be covered It is characterized by having the etching processing 
which etches the metallic foil part exposed from the continuous masking processing which it is, and is 
carried out and is formed intermittently, and opening of (c) resist mask, and forms the mesh which consists 
of a metal thin film along with the longitudinal direction, both sides thru/or one side of the metallic foil 
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which consists of copper foil or iron material beforehand in advance of lamination processing in the above- 
mentioned (b) here — chromate treatment — melanism — it processes. **** may be made to adhere to copper 
foil before chromate treatment, however, lamination processing — both sides thru/or one side of the points 
and the metallic foil which consists of copper foil or iron material beforehand — chromate treatment — 
melanism — the mesh side which consists of an exposed metal thin film after carrying out exfoliation 
removal of the resist pattern after etching processing and performing washing processing in the above- 
mentioned (b) if needed, in not processing — chromate treatment etc. — melanism — it shall process 
[0015] And in the above-mentioned (**), the glue line or adhesive layer which the absorbent which absorbs 
the light and/or near-infrared specific wavelength contains is arranged after etching processing on the mesh 
side which consists of a metal thin film if needed, and it is characterized by performing lamination 
processing which laminates a silicon separator (siliconized PET film of easy-releasability). And the metallic 
foil which follows band-like is laminated through the aforementioned adhesives in the field of the film base 
material with which laminating member formation processing follows band-like, and it is characterized [ in / 
again / the above-mentioned (b) ] by being the lamination processing which forms the laminating member 
which a metallic foil and a film base material stick, is put together, and follows band-like. In addition, as a 
film base material 110 which needs adhesives etc. at the time of lamination processing, polyester, 
polyethylene, etc. are mentioned and ethylene vinyl acetate, ethylene acrylic acid resin, ethylene ethyl 
acrylate, and ionomer resin are mentioned as a film base material 110 which does not necessarily need 
adhesives at the time of lamination processing. 

[0016] Or in the above-mentioned (b), laminating member formation processing is characterized by being 
what coats and forms resin in the whole surface of the metallic foil which follows band-like with coating 
methods, such as EKUSUTORUJON coating and hot melt coating, again. In addition, polyolefine and 
polyester are mentioned as an EKUSUTORUJON coating material. As hot-melt-coating material, the resin 
which is mainly concerned with ethylene vinyl acetate, the resin which is mainly concerned with polyester, 
and the resin which is mainly concerned with a polyamide are mentioned. 

[0017] Moreover, in the above, a metallic foil is copper foil and iron material of 1 micrometer - 100 
micrometer thickness, and it is characterized by etching processing being what uses a ferric-chloride 
solution as an etching reagent. Moreover, in the above, a transparent film base material is characterized by 
being a PET film (polyethylene terephthalate film). 

[0018] Moreover, the masking processing in the above applies a resist to the field of a metallic foil, after it 
dries, it carries out adhesion exposure of the resist with the predetermined pattern version, forms the resist 
pattern of a predetermined configuration in a metallic foil side through a development, and is characterized 
by being what performs baking processing of a resist pattern if needed. 

[0019] Moreover, in the above, the laminating of the function which was not given to said coloring adhesive 
layer may be carried out as what carried out the laminating to the film independently. For example, after the 
lamination processing which laminates a silicon separator (siliconized PET film of easy-releasability), The 
NIR layer film which formed the NIR layer (near infrared ray absorption layer) at the whole surface of a 
film on the field which is not the mesh side of a transparent film base material, It is what is characterized by 
having the lamination process which laminates AR layer film which formed AR layer (acid-resisting layer) 
in the whole surface of a film in this order. A lamination process After laminating a NIR layer film through 
an adhesives layer on the field which is not the mesh side of a transparent film base material, Furthermore, 
on a NIR layer film, AR layer film is laminated through an adhesives layer, and it is characterized also by 
****** which the absorbent which absorbs the light and/or near-infrared specific wavelength to at least one 
of said adhesives or the binders contains. 
[0020] 

[Function] By making it such a configuration, the manufacture approach of the member for electromagnetic 
wave electric shielding of this invention is the manufacture approach of the member for electromagnetic 
wave electric shielding with the sufficient engine performance and sufficient visibility which absorbs the 
light which prepared the metal thin film mesh used for an electromagnetic wave shield, and/or near-infrared 
specific wavelength, also in quality, can respond enough and is enabling offer of the good manufacture 
approach of productivity. The electromagnetic wave shield which combines the engine performance which 
absorbs the lights for a display, such as PDP as shown in drawing 4 etc., and/or near-infrared specific 
wavelength by this, good visibility, fluoroscopy nature, and electromagnetic wave shielding shall be offered 
at an early stage so much. 

[0021] The film base material which specifically follows as an example the metallic foil which follows (a) 
band-like, and by which chromate treatment was carried out, and band-like (a) by making polyester polyol 
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and the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol propane 
adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple- 
valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are 
obtained, The adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate are minded. The laminating member formation processing which sticks, is put together and 
follows band-like and which forms a laminating member, So that the field which is not the film base 
material side of a metallic foil in said laminating member about the resist mask of etching-proof nature with 
being continuous for etching the metallic foil of the (b) aforementioned laminating member, and forming a 
mesh etc. in order, carrying out and conveying [ are, ] intermittently may be covered The longitudinal 
direction is met. The continuous masking processing which it is, and is carried out and is formed 
intermittently, (c) By having the etching processing which etches the metallic foil part exposed from 
opening of a resist mask, and forms the mesh which consists of a metal thin film, further The need is 
accepted after the above-mentioned etching processing on the mesh side which consists of a metal thin film. 
This is made possible by arranging the adhesive layer or flattening layer which the absorbent which absorbs 
the light and/or near-infrared specific wavelength contains, and performing lamination processing which 
laminates a silicon separator (siliconized PET film of easy-releasability). That is, masking processing and 
etching processing can be performed like the case where the shadow mask for the Braun tubes of a color TV 
is produced in consistent Rhine, from the steel materials which follow band-like. 

[0022] Laminating member formation processing to and the field of the film base material which follows 
band-like (a) by making polyester polyol and the poly isocyanate react The carboxyl group content polyester 
polyol and the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an 
anhydrous aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) 
polyester polyol which are obtained, The adhesives which blended the mixture of the trimethylol propane 
adduct of xylylene diisocyanate are minded. When it is the lamination processing which the metallic foil 
which follows band-like is laminated, and a metallic foil and a film base material stick and are put together, 
and follows band-like and which forms a laminating member, an activity is easy, and continuously, its 
productivity is good and it can carry out etching processing of the metallic foil. Especially masking 
processing applies a resist to the field of a metallic foil, after it dries, by carrying out adhesion exposure of 
the resist with the predetermined pattern version, and forming the resist pattern of a predetermined 
configuration in a metallic foil side through a development, it is the minute platemaking by the resist by 
being what performs baking processing of a resist pattern if needed, and, also in quality, can respond, and 
can respond to mass production. 

[0023] (Metallic foil) as the surface roughness of a metallic foil — JIS it is 0.5 micrometers or less in the ten- 
point average of roughness height Rz based on B0601 — melanism — since specular reflection of the outdoor 
daylight is carried out even if processed, visibility deteriorates. On the contrary, JIS It is difficult to carry 
out coating of adhesives, the resist, etc. to the ten-point average of roughness height Rz based on B0601 
being 10 micrometers or more. In addition, the surface roughness of a metallic foil (electrolysis) is obtained 
by controlling the surface roughness of the metal roll used in case it manufactures. Although it is copper, 
iron, nickel, chromium, etc. and especially limitation is not carried out as a metal of a metallic foil, copper is 
the most desirable in respect of the adhesion of **** by cathodic electrodeposition, the shielding nature of 
an electromagnetic wave, etching processing fitness, or handling nature. Although rolling copper foil and 
electrolytic copper foil can be used for copper foil, thickness is possible for 10 micrometers or less, and 
especially electrolytic copper foil has the good homogeneity of thickness, and is good, and desirable. [ of 
adhesion with chromate treatment ] It is good for copper foil to make **** adhere before chromate 
treatment. Moreover, the thing excellent also in the shielding nature of a being [ a metallic foil / iron 
material (low-carbon steel, nickel-Fe alloy) ] twist, especially an electromagnetic wave is producible. 
Although the low-carbon steel (low carbon rimmed steel, low carbon aluminum killed steel, etc.) which 
hardly contains nickel is desirable in respect of etching processing as iron material, limitation is not carried 
out to this. When it is conversely thin difficultly to make pattern line breadth highly minute finely by side 
etching if it becomes thick as for the thickness of a metallic foil, the shielding effect of sufficient 
electromagnetic wave is not obtained, but 5 micrometers - its 20 micrometers are especially desirable 1 
micrometer - 100 micrometers. 

[0024] Circulation use of an etching reagent is easy for etching processing of a metallic foil by being what 
uses a ferric-chloride solution as an etching reagent, and it makes it easy to perform etching processing 
continuously in consistent Rhine. In addition, when iron material is nickel-Fe alloys, such as the Invar 
material (42%nickel-Fe alloy), in order that nickel may mix in an etching reagent, management of the 
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etching reagent corresponding to this is needed. 

[0025] the melanism according to chromate treatment in laminating member formation processing at this 
invention to both sides thru/or one side of the points and the metallic foil which consists of copper foil, iron 
material, etc. beforehand — processing — the melanism of a metallic foil — reflection in the processed front 
face can be prevented. It is good for copper foil to make **** adhere before chromate treatment, especially - 
- laminating member formation processing — the points, both sides, or one side — chromate treatment » 
melanism - the case where it processes — after — chromate treatment — melanism — it is not necessary to 
process and becomes the good thing of workability, laminating member formation processing — both sides 
of the points and the metallic foil which consists of copper foil or iron material beforehand, or one side — 
melanism — the mesh side which consists of an exposed metal thin film after carrying out exfoliation 
removal of the resist pattern after etching processing and performing washing processing if needed, when 
processing is not made — chromate treatment ~ melanism — workability is inferior although processed. By 
carrying out not only to a check-by-looking side but to a display side, since chromate treatment can prevent 
the stray light of the light from a display, it is desirable. 

[0026] Chromate treatment is applying chromate treatment liquid to processed material. It carries out by the 
approach of performing processing liquid spreading to processed material by for example, the roll coat 
method, the air curtain method, electrostatic fogging, the squeeze roll coat method, dip coating, etc., and 
drying, without rinsing. Processed material is a mesh which consists of the above mentioned metallic foil 
metallurgy group thin film in this invention. As chromate treatment liquid, it is Cr02. The water solution 
included 3 g/1 is usually used. In addition, "the chromate treatment liquid which added a hydroxy acid 
compound which is different in a chromic anhydride water solution, and returned a part of hexavalent 
chromium to chromium" can be used. As concrete chromate treatment, it is Cr02. One side or the whole of 
a metallic foil was performed in the water solution (25 degrees C) included 3 g/1 by the approach immersed 
for 3 seconds. Or as another chromate treatment, a hydroxy acid compound which is different in a chromic 
anhydride water solution was added, the chromate treatment liquid which returned a part of hexavalent 
chromium to chromium was applied to the metallic foil by the roll coat method, and it dried at 120 degrees 
C. 

[0027] as a hydroxy acid compound, although a tartaric acid, a malonic acid, a citric acid, a lactic acid, a 
glucohol acid, a glyceric acid, tropic acid, a benzilic acid, a hydroxy valeric acid, etc. are mentioned, these 
reducing agents are independent ~ or you may use together. Since reducibility changes with compounds, an 
addition is performed grasping the reduction to chromium. 

[0028] The transparent film base material shall be equal to each processing by being a PET film 
(polyethylene terephthalate film). 

[0029] After the lamination processing which laminates a silicon separator (siliconized PET film of easy- 
releasability), The NIR layer film which formed the NIR layer (near infrared ray absorption layer) at the 
whole surface of a film on the field which is not the mesh side of a transparent film base material, By having 
the lamination process which laminates AR layer film which formed AR layer (acid-resisting layer) in the 
whole surface of a film in this order It makes it possible to produce the member for electromagnetic wave 
electric shielding (front guard plate for a display) which added the further near infrared ray absorption 
function and acid-resisting function other than an electromagnetic wave shielding function, as the member 
for electromagnetic wave electric shielding (front guard plate for a display) — in addition, the thing of 
lamination like said drawing 7 carried out and drawing 8 may be used. 

[0030] Although it is good when the adhesive layer 135 or glue line of mesh opening which consists of a 
metal thin film turns into a flattening (flattening) layer, as shown in (c) of drawing 3 , and (d), like (g) of 
drawing 2 in addition, usually With the irregularity of the mesh to which transparency serves as a bad thing 
from a metal thin film with it since surface roughening is carried out by the irregularity of the front face of a 
metal thin film (foil) Since it is hard to stick when carrying out a laminating to front panels, such as glass, an 
acid-resisting layer, or a display, before forming an adhesive layer or a glue line, it is desirable to carry out 
coating of the resin and to form the flattening (flattening) resin layer 6 in the mesh side which consists of a 
metal thin film. (Refer to drawing 7 thru/or drawing 9 ) And the device which air bubbles remain [ device ] 
in the corner of the mesh which consists of a metal thin film in the case of coating, and does not degrade 
transparency is required, and the coating approach which carries out the laminating of the resin with a 
solvent etc. while making it dry after coating by hypoviscosity or deaerating air is desirable. As such resin 
that carries out flattening, transparency is high, and adhesion with the adhesives for dry laminates or a 
copper mesh is good, and when the absorbent which absorbs the light and/or near-infrared specific 
wavelength in the flattening resin layer of a parenthesis contains, a thing excellent in dispersibility with each 
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absorbent is desirable. The front face of a flattening resin layer is important especially from a viewpoint 
which prevents moire with a display, and interference nonuniformity, and it is desirable that there are not a 
projection, collapse, nonuniformity, etc. as much as possible. For example, with spreading or the base 
material which carried out coating and was excellent in smoothness, resin is stiffened for resin by after a 
lamination, heat, or light, the above-mentioned base material is exfoliated, and the resin layer which was 
excellent in smoothness can also be obtained. Although especially limitation will not be carried out as resin 
if the above-mentioned property is fulfilled, the ultraviolet curing mold resin of acrylic [ ease / of carrying 
out / of coating nature, rebound ace court nature, and flattening ] is desirable. Moreover, by giving 
adhesiveness and an adhesive property to such resin, the adhesive layer or glue line which was excellent in 
smoothness can also be formed, and, thereby, a number of layers and a production process can be reduced. 
[0031] 

[Embodiment of the Invention] The gestalt of operation of this invention is explained based on a drawing. 
Drawing 1 is the production process flow Fig. having shown the example of a gestalt of implementation of 
the manufacture approach of the member for electromagnetic wave electric shielding of this invention. 
Drawing 2 a part for explaining masking processing, etching processing, and the lamination processing that 
laminates a silicon separator (siliconized PET film of easy-releasability) A sectional view, Drawing 3 (a) is 
drawing having shown the physical relationship of the mesh section of a lamination member and the 
member for electromagnetic wave electric shielding formed, and the frame part for touch-down, drawing 3 

(b) is drawing having shown the mesh section and the frame part for touch-down, and drawing 3 (c) and 
drawin g 3 (d) are the sectional views having shown the lamination of the member for electromagnetic wave 
electric shielding produced. In addition, each drawing of drawing 2 R> 2 and drawing 3 (c), and drawing 3 
(d) are the sectional views in P1-P2 location of drawing 3 (b). 110 a metallic foil and 120A for a film base 
material and 120 among drawing 1 , drawing 2 , and drawing 3 The mesh section, In 120B, the frame part 
for touch-down and 120C an adhesives layer and 135 for the processing section and 130 An adhesive layer, 
A silicon separator (film for protection) and 150 140 A NIR layer film, 151 « a film and 152 — a NIR layer 
and 160 ~ as for a stain-proofing barrier, and 170 and 175, for a rebound ace court layer and 163, an acid- 
resisting layer and 164 are [ AR layer film and 161 / a film and 162 / an adhesives layer and 190 ] 
laminating members (lamination member). In addition, SI 10-S220 show a processing step among drawing 
1 . Drawing 6 is the sectional view having shown two examples of the lamination of the metallic foil 120 of 
drawing 2 . Drawing 6 (a) is the sectional view having shown the metallic foil 120 which has the clo mate 
layer (melanism layer) 122 on one side of the metal layer 121 . Drawing 6 (b) is the sectional view having 
shown the metallic foil 120 which has the clo mate layer (melanism layer) 122 to both sides of the metal 
layer 121. 

[0032] First, the 1 st example of the gestalt of implementation of the manufacture approach of the member 
for electromagnetic wave electric shielding of this invention is explained based on drawing 1 . This example 
is a member for producing the electromagnetic wave shield for electromagnetic wave shielding which is 
shown in drawing 5 and which is placed and used for the front face of the display of PDP etc. the whole 
surface of a transparent film base material — one [ at least ] front face — chromate treatment — melanism ~ 
the member for electromagnetic wave electric shielding which has the electromagnetic wave electric 
shielding nature which carried out the laminating of the mesh which consists of a metal thin film currently 
processed, and fluoroscopy nature by the manufacture approach for mass-producing As a metallic foil for 
forming the mesh which consists of a metal thin film, copper foil and iron material (low-carbon steel) of 
thickness of 1 micrometer - 100 micrometer range are used. First, it changes into the condition of having 
loosened and having stretched the continuous film base material (SI 10) supplied in the condition of having 
been rolled round in the shape of a roll there being nothing (Sill). And it changes into the condition of 
having loosened and having stretched the continuous metallic foil (finishing [ chromate treatment ]) (SI 20) 
supplied in the condition of having been rolled round in the shape of a roll there being nothing (SI 22). On 
the whole surface of the film base material 1 1 0 which follows band-like (a) by making polyester polyol and 
the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of 

(c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple-valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, The 
adhesives which blended the mixture of the trimethylol propane adduct of xylylene diisocyanate are minded. 
The lamination member 190 which the metallic foil 120 which follows band-like is laminated (SI 30), and 
the film base material 110 and a metallic foil 120 stick and are put together, and follows band-like is 
formed. (SI 40) The lamination roll which made two rolls one pair can perform a lamination. 

[0033] this example — a metallic foil 120 - copper foil and iron material (low-carbon steel which hardly 
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contains nickel) — carrying out — before a lamination — beforehand — chromate treatment (SI 15 or SI 21) ~ 
melanism ~ it is processing, and melanism of the both sides is carried out, and the clo mate layer 122 is 
formed. (Refer to (b) of drawing 6 , and drawing 1 ) Here, a lamination front is carrying out chromate 
treatment SI 15 in off-line beforehand about the continuous metallic foil (SI 20) usually supplied in the 
condition of having been rolled round in the shape of a roll. However, when not carrying out beforehand the 
continuous metallic foil (SI 20) supplied in the condition of having been rolled round in the shape of a roll 
chromate treatment SI 15 off-line, it may be carried out chromate treatment S121 with in-line one in the last 
process of a lamination process, melanism — processing — chromate treatment ~ carrying out — Cr02 The 
metallic foil 120 was performed in the water solution (25 degrees C) included 3 g/1 by the approach 
immersed for 3 seconds. 

[0034] As a film base material 1 10, transparency is good and equal to processing, and although it will not be 
limited especially if stability is good, a PET film is usually used. Especially a biaxial extension PET film has 
transparency, chemical resistance, and good thermal resistance, and they are desirable. As stated above, as a 
film base material 110 which will need adhesives or a binder in lamination processing S 130:00, polyester, 
polyethylene, etc. are mentioned and ethylene vinyl acetate, ethylene acrylic acid resin, ethylene ethyl 
acrylate, and ionomer resin are mentioned as a film base material 110 which will not necessarily need 
adhesives in lamination processing S 130:00. 

[0035] (Adhesives) As adhesives formed in this invention between the mesh which consists of a transparent 
film base material and a metal thin film There are not dyeing by the etching reagent and degradation, (a) by 
making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and the 
trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, The adhesives which blended the mixture of the trimethylol propane adduct of 
xylylene diisocyanate are used. As adhesives formed in places other than between the mesh which consists 
of a transparent film base material and a metal thin film in this invention Although not limited especially (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, Others [ adhesives / which blended ******** G f the trimethylol propane adduct 
of xylylene diisocyanate ], The adhesives which blended aliphatic series poly isocyanate with the polyester 
polyurethane which denaturalized by styrene / maleic-acid copolymerization polymer, Acrylic resin, 
polyester resin, polyurethane resin, a polyvinyl alcohol independent, or its partial saponification article 
(trade name poval), The adhesives of the heat-curing mold resin from post processing — there are little 
dyeing by the vinyl chloride vinyl acetate copolymer, the ethylene-vinylacetate copolymer, or the etching 
reagent and degradation — lamination, and coating nature or ultraviolet curing mold resin are desirable. 
Especially, viewpoints, such as adhesion with a transparence macromolecule base material, and 
compatibility with the above mentioned light absorbent and the above mentioned infrared absorption agent 
(it is also called a near infrared ray absorbent), dispersibility, to polyester resin is also desirable. In order to 
give the light and/or near infrared ray absorbing power, in each adhesives, it is good to mix and distribute 
the absorbent (a light absorbent, near infrared ray absorbent) which absorbs the light and/or near-infrared 
specific wavelength if needed. As a method of forming a glue line, to a film base material, it applies to the 
thickness of 1-100 micrometers, and forms with various coating methods, such as a roll coater, MEIYABA, 
and gravure. 

[0036] As a binder, a natural rubber system, a synthetic-rubber system, an acrylic resin system, a polyvinyl 
ether system, a urethane resin system, a silicone resin system, etc. are mentioned, for example. As an 
example of a synthetic-rubber system, a styrene butadiene rubber (SBR), acrylonitrile-butadiene rubber 
(NBR), polyisobutylene rubber, isobutylene-polyisoprene rubber, polyisoprene rubber, a styrene-isoprene 
block copolymer, a styrene-butadiene block copolymer, and a styrene-ethylene-butylene block copolymer 
are mentioned. Dimethylpolysiloxane etc. is mentioned as an example of a silicone resin system. These 
binders are one-sort independent, or can be used combining two or more sorts. 

[0037] In order to give the light and/or near infrared ray absorbing power, in a binder, it is good to mix and 
distribute the absorbent (a light absorbent, near infrared ray absorbent) which absorbs the light and/or near- 
infrared specific wavelength if needed. In a binder, it is good to accept the need further, and to mix and 
distribute a tackifier, a bulking agent, a softener, an antioxidant, an ultraviolet ray absorbent, a cross linking 
agent, etc. As a method of forming an adhesive layer, it is 10-50 micrometers preferably 1-100 micrometers 
by various coating methods, such as a roll coater, MEIYABA, and gravure, to a film base material. It applies 
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to thickness and forms. 

[0038] The lamination member 190 subsequently, in the continuous condition of having loosened and 
having stretched there being nothing, having carried out and conveying [ were, ] intermittently The 
longitudinal direction of a metallic foil is met in the resist mask of etching-proof nature for etching the 
metallic foil of said lamination member and forming a mesh etc. in order. The continuous masking 
processing which it is, and is carried out and is formed intermittently (SI 50), The metallic foil part exposed 
from the resist mask is etched, and etching processing (SI 60) which forms the mesh which consists of a 
metal thin film is performed. As shown in drawing 3 (a), field attachment formation of etching processing 
section 120C, such as a mesh, is carried out at the predetermined spacing at the longitudinal direction of the 
lamination member 190 at a metallic foil. Etching processing section 120C shall consist of mesh section 
120A and frame part 120for touch-down B which are shown in drawing 3 (b) in this example. Mesh section 
120A is an electromagnetic wave electric shielding field. 

[0039] As masking processing, photosensitive resists, such as casein and PVA, are applied on a metallic foil 
120 (SI 51), and after drying (SI 52), a series of processings in which carry out adhesion exposure (SI 53), 
carry out water development (SI 54), perform dura mater processing etc., and baking is performed with the 
predetermined pattern version (SI 55) are mentioned, for example. Spreading of a resist usually applies 
resists, such as water-soluble casein, PVA, and gelatin, to the both sides thru/or one side (metallic foil side) 
with dipping (immersion), a curtain coat, or a credit sink, making a lamination member convey. In the case 
of a casein resist, it is desirable to perform baking about [ 200-300 degrees ] by C, but in order to prevent the 
curvature of the lamination member 190, and curl, processing temperature is lowered as much as possible, 
and a cure is performed. In addition, when a dry film resist is made into a photosensitive resist, a resist 
spreading process (SI 51) is made with what has good workability. Moreover, etching processing uses a 
ferric-chloride solution as an etching reagent, and circulation use of an etching reagent is easy and makes it 
easy to perform etching processing continuously. 

[0040] Although it is in the condition which loosened and stretched the lamination member 190 that there is 
nothing and masking processing (SI 50) and etching processing (SI 60) are performed in this example, 
masking processing (SI 50) and etching processing (SI 60) are the same as that of the case where etching 
production of the shadow mask for the Braun tubes of the steel materials which follow band-like to the color 
TV, especially the sheet metal (20 micrometers - 80 micrometers) is carried out from one side, 
fundamentally. That is, continuously, productivity is good and etching processing of the metallic foil of the 
lamination member which masking processing and etching processing can be performed in consistent Rhine, 
and a metallic foil and a film stick and are put together, and follows band-like can be carried out. 
[0041] Subsequently, it passes through washing processing etc. after etching processing (SI 60), an adhesive 
layer (equivalent to 135 of drawing 3 ) which serves also as a flattening layer is arranged on the metallic foil 
side in which a mesh was formed, and a silicon separator (siliconized PET film of easy-releasability) is 
laminated. (SI 80) The thing same as a binder which forms an adhesive layer as the above mentioned binder 
can be used. A roll coater, die coater, blade coater, screen-stencil, etc. perform arrangement of an adhesive 
layer. In case it is used for an electromagnetic wave shield, a silicon separator exfoliates from a binder layer 
and is a temporary protective coat. This condition is the member for electromagnetic wave electric shielding 
of lamination shown in drawing 3 (c). 

[0042] Subsequently, after laminating the NIR layer film 150 through an adhesives layer (SI 90), AR layer 
film 160 is further laminated through an adhesives layer on it. (S200) The thing same as adhesives which 
form each adhesives layer as the above mentioned adhesives can be used. For example, what has good 
transparency, such as acrylic, is used. As a commercial thing, a binder (the LINTEC Corp. make, lot number 
PSA-4) is mentioned, for example. 

[0043] A NIR layer film (150 of drawing 3 (d)) is a film which arranged the NIR layer (near infrared ray 
absorption layer) on the transparent film, and, generally No2832 by Toyobo Co., Ltd. which consists of a 
polyethylene terephthalate (PET) film which applied the NIR layer is known for the commercial thing. 
Generally near-infrared points out a 780nm - lOOOnm field, and it is desirable for the absorption coefficient 
in this wavelength region to be 80% or more. As a NIR layer (near infrared ray absorption layer), although 
especially limitation is not carried out, a near infrared region has steep absorption, and the light transmission 
nature of a visible region is high, and does not have big absorption of specific wavelength in a visible 
region. The layer by which one or more kinds of coloring matter which has absorption maximum 
wavelength in beam-of-light wavelength of 800nm - lOOOnm was dissolved into binder resin - is used as a 
NIR layer (near infrared ray absorption layer), and thickness is about 1 -50 micrometers. As coloring matter, 
there are a cyanine system compound, a phthalocyanine system compound, a naphthalocyanine system 
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compound, a naphthoquinone system compound, an anthraquinone system compound, a dithiol system 
complex, etc. As binder resin, polyester resin, polyurethane resin, acrylic resin, etc. are used. The bridge 
formation hardening type binder using reactions, such as epoxy by ultraviolet rays or heating, acrylate, 
methacrylate, and an isocyanate radical, is also used. As a solvent for coating, the annular ether and an 
annular ketone which melt the above-mentioned coloring matter, for example, a tetrahydro furan, dioxane, a 
cyclohexane, cyclopentanone, etc. are used. 

[0044] AR layer film is usually lamination as shown in 160 of drawing 3 (d), and is a film which arranged 
AR layer on the transparent film. AR layer (acid-resisting layer) is for carrying out acid resisting of the 
visible ray, and its thing of the structure to which a monolayer and multilayer **************** carried 
out the laminating of a high refractive-index layer and the low refractive-index layer by turns as a multilayer 
thing is common as the configuration. Especially the quality of the material of an acid-resisting layer is not 
limited. An acid-resisting layer is produced by the Dry approaches, such as sputtering and vacuum 
evaporationo, or Wet spreading. In addition, as a high refractive-index layer, niobium oxide, Ti oxide, a 
zirconium dioxide, ITO, etc. are mentioned. As a low refractive-index layer, a silicon oxide is common. 
[0045] As a rebound ace court layer 162 in AR layer film (equivalent to 160 of drawing 3 (d)), 
polyfunctional acrylate, such as polyester acrylate, such as DPHA, TMPTA, and PETA, urethane acrylate, 
and epoxy acrylate, can be stiffened by heat curing or ionizing radiation, and can be formed. In addition, "it 
having the hard engine performance" or a "rebound ace court" is the pencil hardness test shown by 
JISK5400, and what shows the degree of hardness more than H is said here. As a stain-proofing barrier 164 
which carries out a laminating to AR layer (163 of drawing 3 (d)), it is what performed water-repellent ** 
oil repellency coating, and antifouling coating of the Shiroki acid system and fluorine systems, such as a 
fluorination alkyl silyl compound, is mentioned. 

[0046] AR layer is laminated, in the condition of having loosened in each location and having stretched in it 
there being nothing, the member for electromagnetic wave electric shielding currently produced is cut, 
respectively (S210), and the member for electromagnetic wave electric shielding of lamination shown in 
drawing 3 (d) is obtained. (S220) 

[0047] thus, the member for electromagnetic wave electric shielding of lamination shown in obtained 
drawing 3 (d) is stuck on the whole surface of transparent base materials, such as a glass substrate, on the 
other hand, said transparent base material can boil it, it can stick AR layer film (it corresponds to 1 60 of 
drawing 3 (d)), and can use it as an electromagnetic wave shield. In addition, as a transparent base material, 
glass, Pori acrylic resin, and a polycarbonate resin substrate are used suitably, and it is good also as plastic 
film if needed. As the quality of the material of plastic film, although a triacetyl cellulose film, a diacetyl 
cellulose film, an acetate-butylate cellulose film, a polyether sulphone film, the Pori acrylic resin film, a 
polyurethane system resin film, polyester film, a polycarbonate film, a polysulfone film, a polyether film, a 
trimethyl pentene film, a polyether ketone film, an acrylonitrile (meta) film, etc. can be used, it is suitable at 
the point that biaxial-stretching polyester is excellent in transparency and endurance especially. The 
thickness usually has a 8 micrometers - about 1000 micrometers desirable thing. In addition, to a large-sized 
display, a base material which has the rigidity of 1-1 0mm thickness is used, and plastic film with a thickness 
of 0.01mm - 0.5mm with suitable flexibility is stuck and used for a display to the small display for the 
character display tubes, the above — as light transmittance of a transparent base material, although 100% of 
thing is an ideal, it is desirable to choose the thing of 80% or more of permeability. 

[0048] (Modification) Instead of SI 80 of this example, the flattening resin layer 6 is formed in the concave 
convex of the metal mesh section 5. The laminating of an acid-resisting layer or the anti-glare layer is 
carried out on these flattening resin layers 6 and 13. ( Drawing 7 , drawing 8 ) 

[0049] (Modification) Instead of SI 80 of this example, the flattening resin layer 6 is formed in the concave 
convex of the metal mesh section 5. On this flattening resin layer 6, the laminating of the glue line 
containing an absorbent (a light absorbent, near infrared ray absorbent) is carried out. ( Drawing 9 ) 
[0050] It is what does not process. (Modification) the lamination processing SI 30 of this example — 
preceding — at least one side of a metallic foil 120 — melanism — It processes, the melanism which carries 
out melanism of the surface section of a metallic foil 120 by chromate treatment like this example after 
performing even etching processing (SI 60) — Then, what performs lamination processing or below which 
laminates a silicon separator (siliconized PET film of easy-releasability) like this example can be mentioned 
as a modification. Moreover, before cutting processing (S210), it can wind in the shape of a roll, it can 
mention if needed, and the gestalt stopped temporarily can also take processing. Moreover, the slit process 
which makes the lamination member 190 predetermined width of face depending on the case can also be 
performed before masking processing (SI 90). Moreover, in this example, although the metallic foil was 
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made into copper foil, also when a metallic foil is used as iron material etc., it can apply. Moreover, 
depending on the case, a protection film can be stuck and cut after the lamination (SI 90) of a NIR layer 
film, and other modifications which make this the member for electromagnetic wave electric shielding can 
be given. 

[0051] Subsequently, the 2nd example of the gestalt of implementation of the manufacture approach of the 
member for electromagnetic wave electric shielding of this invention is explained based on drawing 1 . The 
2nd example is made laminating member formation processing in which replace with the laminating 
member formation processing in the 1st example, and coat resin (SI 3 5) and a laminating member (SI 40) is 
obtained with coating methods, such as EKUSUTORUJON coating and hot melt coating, on the whole 
surface of the metallic foil which follows band-like. As stated above, as an EKUSUTORUJON coating 
material, the resin which is mainly concerned with ethylene vinyl acetate as hot-melt-coating material to 
which polyolefine and polyester are mentioned, the resin which is mainly concerned with polyester, and the 
resin which is mainly concerned with a polyamide are mentioned. Except laminating member formation 
processing, it is the same as the 1st example, and explanation is omitted. 

[0052] Subsequently, the 3rd example of the gestalt of implementation of the manufacture approach of the 
member for electromagnetic wave electric shielding of this invention is explained based on drawing 1 . Like 
[ this example ] the 1st example by the member for producing the electromagnetic wave shield for 
electromagnetic wave shielding which is shown in drawing 5 and which puts on the front face of the display 
of PDP etc. and is used On the whole surface of a transparent film base material (a) by making polyester 
polyol and the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol 
propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series 
multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which 
are obtained, The adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate are minded, one [ at least ] front face — chromate treatment - melanism — the member for 
electromagnetic wave electric shielding which has the electromagnetic wave electric shielding nature which 
carried out the laminating of the mesh which consists of a metal thin film currently processed, and 
fluoroscopy nature by the manufacture approach for mass-producing as the metallic foil for forming the 
mesh which consists of a metal thin film — one [ at least ] front face of the thickness of 1 micrometer - 100 
micrometer range - chromate treatment — melanism - copper foil and iron material (low-carbon steel) 
which are processed are used. After this example performs even lamination processing (SI 80) which 
laminates a silicon separator (siliconized PET film of easy-releasability) like the 1 st example, It carries out 
purposely, it cuts for every field equivalent to the member production field for electromagnetic wave electric 
shielding (SI 85), and sheet-like - The NIR layer film of the sheet-like voice corresponding to this and AR 
layer film are laminated through an adhesives layer one by one (SI 95, S205), and the member for 
electromagnetic wave electric shielding is produced (S220). About the quality of the material of each part, 
and an art, it is the same as the 1st example, and explanation is omitted. 

[0053] in addition, the thing (lamination equivalent to drawing 3 (c)) in the condition that this example 
carried out cutting processing (SI 85) is used as the member for electromagnetic wave electric shielding as it 
is, and independent — it is, and it carries out, sticks on transparent base materials (glass substrate etc.) with 
other AR layer films and a NIR layer film, and is good also as an electromagnetic wave shield. 
[0054] The cross section (cross section in P1-P2 location of drawing 3 (b)) of the description section in each 
processing to lamination processing (SI 80) in the 1st example and the 3rd example is further explained 
briefly based on drawing 2 . Each drawing of drawing 2 shows the cross section in P1-P2 of drawing 3 R> 3 
(b). In addition, drawing 2 is drawings in the case of using adhesives in lamination processing S 130:00, 
such as a PET film, a metallic foil 120 is arranged through the adhesives layer 130 on the whole surface of 
the film base material 1 10 ( drawing 2 (a)) by lamination processing (SI 30 of drawing 1 ) ( drawing 2 (b)) - 
it becomes like. Furthermore, on a metallic foil 120, a photosensitive resist is applied, and with the 
predetermined pattern version, adhesion exposure is carried out, negatives are developed and it bakes, and 
after drying ( drawing 2 (c)), as shown in ( drawing 2 (d)), the resist pattern 1 80 of a predetermined 
configuration is formed. Subsequently, after etching a metallic foil 120 from one side by using a resist 
pattern 1 80 as an etching-proof mask ( drawing 2 (e)) and performing washing processing etc. further, an 
adhesive layer 135 is formed in the 120th page of a metallic foil, and the silicon separator 140 laminates 
through an adhesive layer 135. ( Drawing 2 R> 2 (g)) 
[0055] 

[Example] Subsequently, an example is given and this invention is explained further. 

(Example 1) This example enforces a part of manufacture approach of the member for electromagnetic wave 
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electric shielding of the 1 st example of the gestalt operation shown in drawing 1 . It set for the 1 st example 
of the gestalt of operation shown in drawing 1 , and as a film base material, it applied and dried by the roll 
coater on one side of a polyethylene terephthalate (it is also called PET) film (the Toyobo Co., Ltd. make, 
A4300) with 0.1mm [ in thickness ], and a width of face of 700mm, and the following adhesives 1 were set 
to the amount of coating of 4g/m2 at it. 

The polyester polyol which esterified Adhesives 1 :(a) isophthalic acid, ethylene glycol, and neopentyl 
glycol, and was obtained, Isophthalic acid, the polyester polyurethane polyol obtained by making the 
mixture and isophorone diisocyanate of polyester polyol which esterified the diethylene glycol and were 
obtained react and (b) isophthalic acid, ethylene glycol, Neopentyl glycol, As opposed to the ethyl-acetate 
solution (Takeda Chemical Industries make: NV50%) 100 section of the resin which blended the carboxyl 
group content polyester polyol obtained by making a trimellitic anhydride react to the polyester polyol 
which esterified 2 and 5-hexandiol and was obtained (c) The ethyl-acetate solution (Takeda Chemical 
Industries make: NV75%) 10 section of the mixture of the trimethylol propane adduct of isophorone 
diisocyanate and the trimethylol propane adduct of xylylene diisocyanate was blended. To this mixed 
solution 100 section, the ethyl-acetate 45 section was blended and it considered as adhesives 1. 
[0056] both sides of a copper layer 1200 where **** 1300 has adhered to one side as shown in drawing 12 - 
- chromate treatment — melanism - the copper foil (0.01mm in the electrolytic copper foil made from Koga 
circuit FOIRU, B-WS width of face of 700mm, thickness) currently processed was used as a metallic foil. 
With the lamination equipment which consists of a metal roll and a rubber covered roll, both were laminated 
and the lamination member 190 (sheet) with a total thickness of 200 micrometers was obtained so that there 
might be neither Siwa nor air bubbles, so that the near clo mate layer 1 100 (melanism layer) and the 
adhesive coated surface of a PET film where **** 1300 of copper foil 1200 has adhered might lap. 
[0057] Subsequently, from the masking processing which etches sheet metal (20 micrometers - 80 
micrometers) from one side, and produces the shadow mask for the Braun tubes of a color TV to etching 
processing was performed in consistent Rhine (it is also henceforth called SM Rhine) processed where steel 
materials are stretched from the steel materials which follow band-like in masking processing and etching 
processing. Making casein into a photosensitive resist and making the lamination member 190 convey, it 
applied so that it might hang and the whole one side (metallic foil side) might be covered with a sink. It is a 
configuration for forming mesh section 120A as shown in drawing 3 (b), and frame part 120B for touch- 
down as a pattern version. After carrying out adhesion exposure of the mesh include angle of 30 degrees, the 
mesh line breadth of 20 micrometers, and the mesh pitch (equivalent to Px of drawing 4 , and Py) by the 
baking frame of SM Rhine using a 200-micrometer thing (SI 53), water development was carried out (SI 54), 
dura mater processing etc. was performed, and baking was further performed at 100 degrees C. (SI 55) 
[0058] Subsequently, changing into the condition of having stretched the lamination member 190, the ferric- 
chloride solution of 50 degrees C and 42-degree Baume was used as the etching reagent, by the spray, the 
field blown and exposed to a metallic foil was etched by having used the resist pattern as the etching-proof 
mask, and the mesh section and the frame part for touch-down were formed. 

[0059] Subsequently, in the condition of having stretched, the alkali solution performed rinsing and 
exfoliation of a resist and washing processing, desiccation, etc. were performed further in SM Rhine. What 
was obtained was used as the trial film 1 . 

[0060] (Example 1 of a comparison) Except having changed adhesives 1 into the following adhesives 2, like 
the example 1, it is what was produced and what was obtained in this way was used as the trial film 2. 
The polyester polyol which esterified Adhesives 2:(a) isophthalic acid, ethylene glycol, and neopentyl 
glycol, and was obtained, Isophthalic acid, the polyester polyurethane polyol obtained by making the 
mixture and isophorone diisocyanate of polyester polyol which esterified the diethylene glycol and were 
obtained react and (b) isophthalic acid, ethylene glycol, Neopentyl glycol, As opposed to the ethyl-acetate 
solution (Takeda Chemical Industries make: NV50%) 100 section of the resin which blended the carboxyl 
group content polyester polyol obtained by making a trimellitic anhydride react to the polyester polyol 
which esterified 2 and 5-hexandiol and was obtained (c) The ethyl-acetate solution (Takeda Chemical 
Industries make: NV75%) 10 section of the trimethylol propane adduct of tolylene diisocyanate was 
blended. To this mixed solution 100 section, the ethyl-acetate 45 section was blended and it considered as 
adhesives 2. 

[0061] (Example 2 of a comparison) Except having changed adhesives 1 into the following adhesives 3, like 
the example 1, it is what was produced and what was obtained in this way was used as the trial film 3. The 
ethyl-acetate solution (Takeda Chemical Industries make: NV75%) 10 section of the trimethylol propane 
adduct of (c) xylylene diisocyanate was blended with the polyester polyol which esterified Adhesives 3:(a) 
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isophthalic acid, ethylene glycol, and neopentyl glycol, and was obtained to the polyester polyurethane 
polyol (Takeda Chemical Industries make: NV50%) 100 section obtained by making tolylene diisocyanate 
react. To this mixed solution 1 00 section, the ethyl-acetate 45 section was blended and it considered as 
adhesives 3. 

[0062] The optical property result of the trial films 1-3 was shown in Table 1. Here, deltaAB* is expressed 
with the following formulas 1 . 

deltaAB*=(deltaa*xdeltaa*+deltab*xdeltab*) 1/2 » Formula 1 [0063] 
[Table 1] 



No. 


A a* 


A b* 




Ab*Jtt 


A AB* 


Tt[%] 


tt*-<A,Al 
(Xftfll) 


-0.651 


3.792 


0.3333 


0.5874 


3.8475 


65.3 


(ifcfc«1) 


-0.969 


6.215 


0.4962 


0.9627 


6.2901 


85.1 


(Jttft«2) 


-1.953 


6.456 


1 


1 


6.7449 


87.3 



[0064] Here, it is deltaa*, deltab*, It is as follows when a deltaa* ratio, a deltab* ratio, deltaAB*, and Tt [%] 
are expressed in the Japanese physical-properties vocabulary etc. 

deltaa*: The transparency chromaticity difference deltaa* ratio of the transparency chromaticity difference 
deltab* :L*a*b* color coordinate system of a L*a*b* color coordinate system : The time of being based on 
deltaa* of the trial film 3, ratio deltab* ratio [ of deltaa* of each sample ]: — the chromaticity difference Tt 
[%]:all light transmission [0065] which compounded the chromaticity difference of ratio deltaAB*: deltaa 
[ of deltab* of each sample when being based on deltab* of the trial film 3 ] *, and deltab* The success 
range of the measuring method of each numeric value and physical properties (it excels in etching-proof 
nature, an optical property is also excellent, and it discolors) shown in Table 1 is indicated, 
etching-proof nature - : - the pattern left behind by etching should not exfoliate, 
an optical property — : ~ as a concept, permeability is high and it is colorlessness. Here, since Tt is 
equivalent, deltaAB* considers 4 or less and 0 or more as success. 

[0066] From the result of the above-mentioned table 1 grade (a) by making polyester polyol and the poly 
isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) 
isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple-valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, It 
turns out that the member for electromagnetic wave electric shielding pasted up with the adhesives which 
blended the mixture of the trimethylol propane adduct of xylylene diisocyanate is excellent in etching-proof 
nature, and the optical property is also excellent. It turns out that especially the member for electromagnetic 
wave electric shielding pasted up like an example 1 with the adhesives which blended the mixture of the 
trimethylol propane adduct of isophorone diisocyanate and the trimethylol propane adduct of xylylene 
diisocyanate is excellent in etching-proof nature, and the optical property is also excellent. 
[0067] (Example 2) The next flattening processing was performed on the trial film 1 . 
(Flattening processing) Using the ultraviolet curing mold resin of the urethane system of viscosity 1500 
mPa-s, it applied to 40 micrometers in thickness by screen-stencil only on the concave convex of a metallic 
foil (mesh section) so that the surrounding ground polar zone of the trial film 1 might not be started. 
Furthermore, it laminated with the laminator machine in this screen-stenciled field by using an unsettled 
PET film with high surface smooth nature with a thickness of 38 micrometers as an exfoliation film. Then, it 
was made to harden in the ultraviolet rays of the exposure of 200 mj/cm2, the unsettled PET film with high 
surface smooth nature with a thickness of 38 micrometers was exfoliated, and the metal mesh sheet which 
performed flattening processing was manufactured. 
[0068] 

(Coloring adhesives layer) 
(Coloring adhesives ingredient) 
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Nickel complex system compound (near infrared ray line absorption agent) Two weight sections 
Neodymium oxide (light absorbent) Two weight sections Polyester resin The 550 weight sections Methyl 
ethyl ketone The 920 weight sections Toluene The 920 weight sections [0069] 3 rolls distributed the above- 
mentioned coloring adhesives ingredient, it mixed, and coloring adhesives were manufactured. 
Subsequently, after applying the aforementioned coloring adhesives to the flattening processing layer front 
face of the metal mesh sheet which performed the aforementioned flattening processing by the 1 00- 
micrometer applicator, at about 90 degrees C, the solvent was dried and the member for electromagnetic 
wave electric shielding of the lamination in which the 1 0-micrometer coloring adhesives layer was formed 
was obtained. The laminating of the glass plate was carried out to the coloring adhesives layer side of this 
member for electromagnetic wave electric shielding. 

[0070] (Minute light transmission, reflection factor measurement) Shimadzu make Using spectrometer UV- 
3100PC, the integrating sphere was used and the reflection factor of 380-780nm of lights, permeability, and 
the permeability of lOOOnm of near infrared rays were measured. 
[0071] (Minute light transmission, reflection factor measurement result) 

** Permeability of 380-780nm of lights (T %) 62% reflection factor (R %) 15%R/T Permeability of lOOOnm 
of 0.24** near infrared rays (T %) 11% [0072] (Example 3 of a comparison) The coloring adhesives 
ingredient of an example 2 was changed into the following component. It was made to be the same as that of 
an example 2 except this. 
(Coloring adhesives ingredient) 

Polyester resin The 550 weight sections Methyl ethyl ketone The 920 weight sections Toluene The 920 
weight sections [0073] The part light transmission of the obtained member for electromagnetic wave electric 
shielding and the reflection factor measurement result were as follows. 
(Minute light transmission, reflection factor measurement result) 

** Permeability of 380-780nm of lights (T %) 77% reflection factor (R %) 38%R/T Permeability of lOOOnm 
of 0.49** near infrared rays (T %) 92% [0074] 

[Effect of the Invention] In the display which comes to carry out the direct laminating of the member for 
electromagnetic wave electric shielding of this invention, and this member for electromagnetic wave electric 
shielding on the surface of a display, it has fluoroscopy nature and electromagnetic wave electric shielding 
nature. Furthermore, discoloration of the adhesives in mesh processing not only by it but etching was able to 
be lost, etching workability was able to be improved, and the resistance over mesh processing by etching 
was able to be given. Moreover, contrast was raised and visibility became good. Furthermore, the specific 
wavelength of especially the light will be absorbed if needed among the light which cuts or absorbs the near 
infrared ray (light) generated from the interior of a display, and emits light from the panel for a display by 
the fewest possible lamination, and the outdoor daylight which carries out incidence. Good visibility is 
acquired by there being no malfunction of other devices and raising the contrast of the image of a display 
screen etc. by this. By using the mesh which consists of a copper thin film, it is suitable for especially 
etching processing upwards, and an electromagnetic wave shielding effect will also become high. When 
chromate treatment of the mesh which consists of a metal thin film is carried out and the black concentration 
especially by it carries out to 0.6 or more, especially the engine performance that absorbs outdoor daylight 
increases, and it becomes what has more high visibility. 

[Translation done.] 
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* NOTICES * 

JPO and NCIPZ are not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the original precisely. 

2. **** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 
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[Drawing 1] 
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[Drawing 8] 




[Drawing 2] 
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[Drawing 9] 




{Drawing 10] 




[Drawing 1 1 ] 
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